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FOREWOm 


The  tables  here  printed  were  referred  to  on  page  41  of  TariflF 
Information  Survey  1-3  entitled  ''Countable  Cotton  Cloths."  They 
were  originally  intended  for  inclusion  therein  but  were  omitted  in 
order  to  expedite  the  printing  of  that  report  for  the  use  of  the  Com- 
mittee on  Ways  and  Means.  In  the  original  manuscript  form  these 
tables  were  used  by  that  committee  and  also  by  the  Finance  Com- 
mittee in  their  preparation  of  the  tariflF  law.  They  have  since  been 
rounded  out  by  the  insertion  of  tJie  rates  of  duty  applicable  under 
the  act  of  1922  and  are  printed  in  response  to  requests  by  the  trade. 


In  the  preparation  of  this  report  the  Tariff  Coinini»don  had  tibe 

services  of  W.  A.  Graham  Clark,  special  expert,  and  of  others. 

ill 


ONE  HUNDRED  IMPO&TED  COTTON  CLOTHS. 


There  are  shown  herewith  physical,  price,  and  tariff  data  relating 
to  100  foreign  cotton  cloths  selected,  in  1920,  as  typical  of  imports 
in  this  line.  In  making  the  selections  the  Tariff  Commission  had  the 
assistance  of  importers  and  customs  examiners.  Photographs  of 
these  cloths  are  appended. 

Table  1  shows  physical  and  price  data.  The  physical  data  include 
the  so-called  ''cloth  particulars,"  that  is,  the  width  in  inches,  the 
weight  (stated  in  linear  yards  per  pound,  in  square  yards  per  pound, 
and  in  ounces  per  square  yard) ,  the  ends  and  picks  per  square  inch, 
and  the  yarn  number  and  ply  of  both  warp  and  filling.  There  is  also 
listed  the  totid  sic^e  threads  per  square  inch;  in  cloths  composed  of 
single  yams  only,  the  total  is  the  smn  of  the  ends  and  picks,  but  in 
cloths  containing  ply  yarns  these  are  separated  into  singes  and  the 
count  is  taken  of  the  total  singles.  There  is  further  shown  the  official 
average  yarn  number,  obtained  by  considering  the  length  of  the 
yarn  to  be  equal  to  the  distance  covered  by  it  in  the  cloth  in  the 
condition  as  imported,  except  that  all  clipped  threads  are  considered 
as  continuous.  The  width  in  inches  is  multiplied  by  the  linear  yards 
per  pound  and  by  the  total  single  threads  per  sc^uare  inch,  and  the 
result  divided  by  840.  This  official  average  yarn  number,  which  has 
been  in  continuous  use  for  tariff  purposes  since  October  3,  1913,  is 
always  somewhat  coarser  than  the  actual  average  yarn  number  by 
reason  of  its  disregarding  the  amount  (difficult  of  precise  ascertain- 
ment) by  which  the  actual  length  of  yam  used  exceeds  the  surface 
length  of  the  cloth  produced.*  The  physical  data  presented  also  show 
the  finish  given  to  the  yarn  or  to  the  cloth ;  where  no  finish  is  stated 
after  the  varii  it  was  used  in  the  grey  (unbleached)  state. 

The  105  cotton  cloths  selected  include  90  known  to  the  customs 
as  "countable  cotton  cloths,"  because  the  threads  must  be  counted 
to  ascertain  the  progressive  rate  of  duty  to  be  applied,  and  10  special 
cloths,  provided  for  eo  nomine,  dutiable  without  respect  to  the  tlieads 
per  square  inch  or  to  the  average  yam  number  based  thereon.  The 
90  countable  cotton  cloths  are  made  up  of  41  plain  cloths  (plain-woven, 
twill,  or  sateen  fabrics)  woven  with  grey  yams;  18  plain  cloths  in 
which  dyed  yarns  are  used  ;  16  cloths  requiring  the  use  of  the  dobby 
or  the  Jacquard  attachment;  2  made  with  leno  doups;  2  containing 
novelty  yarns;  2  with  effects  produced  by  clipping  floating  threads; 
and  9  made  on  swivel  or  lappet  looms.  The  10  cotton  cloths  provided 
for  eo  nomine  include  coated  cloths,  filled  cloths,  waterproof  cloths, 
cotton  table  damask,  Jacquard  figured  upholstery  cloths  (light  and 


I  The  fact  that  the  length  of  yam  used  is  more  than  the  length  of  the  cloth  produced  is  due,  of  cou^,  to 
the  necessity  of  the  two  sets  of  interweaving  yarns,  warp  and  fiUing,  bending  out  of  their  course  in  order  to 
XMUS  aroond  each  ott^. 
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heavy),  and  pile  fabrics.  The  100  samples  selected,  therefore,  cover 
practically  the  full  range  of  imported  cotton  cloths,  both  counta- 
Dle  and  eo  nomine,  and  afford  not  oiAy  a  perspective  of  the  import 
trade  in  this  line  but  also  a  basis  for  tariff  contrasts. 

The  price  columns  in  Table  1  show,  for  each  cloth,  prices  taken 
from  the  invoices  nearest  to  October  1,  1913,  and  May  1,  1920. 
The  first  may  be  taken  as  typical  of  normal  pre-war  prices,  whereas 
the  latter  are  peak  prices.  It  is  hardly  probable  that  prices  will 
recede  to  those  obtaining  before  the  war,  or  that  they  will  in  the 
immediate  future  exceed  those  attained  at  the  height  of  the  boom 
in  the  spring  of  1920.  These  two  price  levels  were  selected  as 
the  limits  between  which  prices  will  probably  fluctuate  under 
the  act  of  1922  and  therefore  as  well  adapted  to  bring  out  the 
fluctuations  in  the  relative  duty  levels  under  different  acts.  Owing 
to  the  differences  in  methods  of  adjustment  of  duties  under  the 
last  three  tariff  acts,  which,  when  measured  on  any  common  basis 
such  as  the  ratio  of  the  duty  to  the  invoice  value,  cause  the 
relative  heights  of  the  duty  to  vary  irregularly  with  price  changes, 
a  fairer  contrast  can  be  obtained  by  using  two  price  limits  than 
by  taking  the  prices  of  any  particulw  day  in  1923  or  other  ^ear. 
Fnces  on  cotton  cloth  invoices  M^e  usually  stated  on  the  basis  of 
the  linear  yard;  these  are  shown  in  Table  1  with  the  foreign  cur- 
rency converted  to  American  currency  at  the  ruling  rates  of  exchange ; 
there  are  also  given  the  equivalent  prices  per  square  yard  and  per 
pound. 

Table  2  brings  out  the  relative  height  of  tariff  duties,  stated  in 
terms  of  cents  per  pound  and  also  in  ad  valorem  terms,  under  the 
acts  of  1909,  1913,  and  1922,  based  first  on  the  normal  price  level 
of  October  1,  1913,  and  second  on  the  peak  price  level  of  May 
1,  1920. 

Ik  Under  the  act  of  1922,  countable  cotton  cloths  are  dutiable  under 
pro^essive  specific  rates  of  duty,  with  progre^ive  ad  valorem 
minimums,  and  with  a  flat  maximum  of  45  per  cent  ad  valorem.  A 
study  of  the  rates  of  the  act  of  1922  given  in  Table  2  shows  that  if  the 
pre-war  (1913)  prices  were  in  force  now  (1923),  28  of  the  90  countable 
cloths  would  be  dutiable  under  the  specific  rates,  38  under  the 
minimum  ad  valorem  rates,  and  24  at  the  maximum  of  45  per  cent 
ad  valorem.  If  the  peak  prices  of  May  1,  1920,  were  in  force  now, 
none  of  the  90  cloths  would  be  dutiable  under  the  specific  rates,  82 
would  be  dutiable  under  the  minimum  ad  vdorem  rates,  and  8  at 
ike  maximum  of  45  per  cent  ad  valorem.  Prices  in  the  spring  of 
1923  were  approximately  halfway  between  the  1913  and  1920 
quotations,  and  less  than  a  fourth  of  the  imports  of  countable  cotton 
cloths  were  dutiable  under  the  specific  rates  of  duty,  the  great  bulk 
being  dutiable  under  the  progressive  minimum  ad  valorem  rates. 

As  shown  by  Table  2,  the  average  rates  of  duty,  on  the  100  selected 
cloths,  under  the  tariff  acts  of  1909,  1913,  and  1922,  vary  according 
to  the  price  level  used. 
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Contrast  of  equivalent  ad  valorem  r«fc»  of  duty. 


Tariff  act. 

Avanige  duties,  using  1913  prices. 

.  Average  duties,  using  1920  prices. 

90  count- 
able dotbs. 

10  eo  no- 
mine cloths. 

Total.  100 
cloths. 

90  count- 
able cloths. 

10  eo  no- 
mine cloths. 



Tot^OO 
donis. 

per  cent. 

44.  S2 
21.92 
33.31 

Per  cent 
53.22 
30.50 
49.23 

Per  cent, 
45.76 

22.78 
3&23 

Per  cent. 
37.26 
21.92 
29.34 

Per  cent. 
35.13 

30.50 
36. 40 

Per  cent, 
37.05 
22.78 
32.98 

Analysis  of  the  above,  so  far  as  the  90  countable  cotton  cloths 
are  concerned,  shows  that  the  rates  of  the  act  of  1922  are  approxi- 
mately halfway  between  therates  of  the  acts  of  1913  and  1909.  If  based 
on  1913  prices,  the  rates  under  the  present  act  are  51.5  per  cent 
higher  than  those  of  the  act  of  1913  and  25.9  per  cent  lower  than 
tose  of  the  act  of  1909;  if  based  on  1920  neak  prices,  the  rates 
under  the  present  act  are  33.9  per  cent  higher  than  those  of  the 
act  of  1913  and  21.3  per  cent  lower  than  those  of  the  act  of  1909. 
In  regard  to  cotton  cloths  provided  for  eo  nomine,  if  based  on  1913 
prices,  the  rates  under  the  present  act  are  61.4  per  cent  higher  thMi 
those  of  the  act  of  1913  and  7.5  per  cent  lower  than  those  of  the 
act  of  1909;  if  based  on  1920  peak  prices,  the  rates  under  the  present 
act  are  19.3  per  cent  higher  than  those  of  the  act  of  1913  and  3.6 
per  cent  higher  than  those  of  the  act  of  1909.  For  the  100  cotton 
cloths,  including  both  countable  and  eo  nomine,  it  is  seen  that  the 
average  rates  of  duty  under  the  acts  of  1913,  1922,  and  1909  bear 
the  relation  of  100,  168,  and  200  if  based  on  the  low  price  level,  and 
the  relation  of  100,  145,  and  163  if  based  on  the  high  price  leveL 

These  averages,  taken  from  Table  2,  are  simple  anthmeUc^ 
averages;  as  the  relative  quantities  of  the  various  cloths  unported 
fluctuate  from  year  to  year  it  is  not  possible  to  weight  them  to 
GtHUplete  Uie  contrasts  on  the  price  levels  taken.  Import  statistics,  how- 
ever show  that  the  rate  of  duty  on  countable  cotton  cloths  imported 
during  the  operation  of  the  act  of  1909  averaged  42.30  per  cent  ad  va- 
lorem, as  against  21.42  per  cent  ad  valorem  for  sunilar  unports  dur- 
ing the  operation  of  the  act  of  1913.   The  rate  of  duty  on  all  jott^ 
cloths,  countable  and  eo  nomine,  imported  under  the  act  of  1909 
averaged  44.24  per  cent  ad  valorem,  as  against  23.46  per  cent  <m1 
valorem  for  similar  inclusive  imports  under  the  act  of  1913.  Taking 
into  consideration  the  fluctuating  price  levels  during  the  years  of 
operation  of  these  acts,  and  the  fact  that  the  relative  duty  levels 
vary  irregularly,  not  uniformly;,  according  to  price  level  variations, 
the  average  rates  of  duty  during  the  entire  periods  of  the  acts  of 
1909  and  1913  are  remarkably  close  to  the  average  of  the  rates 
on  the  100  cloths  based  on  two  price  levels  shown  in  Table  2.  These 
figures  tend  to  prove  that  the  100  cotton  cloths  selected  are  fairly 
representative  of  the  range  of  imports  in  this  line  and  that  the 
contrast  of  tariff  rates  given  in  Table  2  may  be  taken  as  a  closely 
approximate  indication  of  the  relative  height  of  the  cotton  cloth 
duties  that  will  obtain  under  the  act  of  1922  as  compared  with 
those  under  the  acts  of  1909  and  1913. 
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[Cloth  particulars  ad  iimiee  pricei.] 


Sam- 
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Trada  nuM  olclottu 


Official 
average 

yarn 
number. 


1 
2 

a 

4 

5 
6 
7 
8 

9 
10 

u 

12 
13 

11 

i;) 

i« 

17 

18 

19 

20 

21 

22 

23 

24 

25 

26 

27 

28 

29 

30 

SI 

32 

33 

34 

36 

36 

37 

38 

39 

40 

41 


42 
43 
44 
45 

4a 

47 
48 

49 
50 
ftl 

53 

53 
54 

55 
56 
57 
58 


Plate  cbOfyiiOM  Ida  ttttUcocMiParM 

Doiuet  coffin  lining.. ...... 

laneasubstituta*.....*....  

Moleskiii  {Masttms  iftfiig  sateen)  

Cn-te  

Tension  rep  

Japanese  crSpe  

Penelope  canvas.  

Longcloth  

Shirting  

Coutil  (ncrringbjne  t AiU)  

Corded  snirting.  

Single  voile.  

Sleeve  lining  (5-hamess  warp  sateen) . . 
i'.nibrjidery  muslin  ( center  selvage)--. 

V  enetian  (8-harness  \iarp  sateen)  

Cambric  ...... 

Matte  shirting  , 

Cambric  , 

Serai-vuile  

Warp  sateen  (5-harness)  ■ 

Poplin  

Type  A  riter  cambric  

Ply  voile  

La  *  n  

bemi-voile  

Ply  oUe  

Dimity  

Triinsparent  organdy  

Ply  xoiie  

Sheer  nainsook  

Type  ^ter  cambric  

Cotton  mull  

French  lawn  

Flv  oile  

Batiste  

Transparent  organdy  

Muslin  

Plv  voile  

Transparent  otgaody  

Ply  v  oUe  

Chiflon  mull  


Pliin  clothSy  woven  wUh  dyed  yarn. 


Japanese  crSpe  

Striped  flannelet  (twill)  

Tartan  plaid  (tMill)  

Striped  tic'^'ing  

Tartan  plaid  vt^^iU)---..-.... 

Gingham  check  

NanVin  tic^  ing  

Shepherd  check  (twill)...,... 

Plaid  gingham  

Coided^irtlBg,  sMped  


Striped  shirting  

ITaiiey  dni^am  check  

SoUd-color  gingham  

Striped  shirting  

Fine  plaid  Ingham  , 

Poplin,  striped  

W;arp-print  crfipe  voile  

50  i  Pine  shirting  poplin^  striped.. 


Width 

in 
indues. 


B 


Linear 
yards 
per 
posmd. 


Square 
yards 
per 
poond. 


S 


Ounces 

per 
square 
jnutd. 


14 

36 

4. 21 

4. 21 

18 

36 

3.92 

3.92 

18 

30 

1.17 

.98 

18 

IS* 

3.51 

3.85 

19 

36  1 

3.94 

3.94 

21 

30  1 

5.32 

4. 43 

136 

22} 

7.34 

4.64 

38 

36 

5.99 

5.99 

35 

32 

5.00 

4.44 

30 

54 

1.59 

2.38 

47 

31 

5.46 

4. 70 

50 

40 

9.00 

10.00 

51 

30 

4.47 

4.84 

55 

38 

5.89 

&67 

55 

33 

3.42 

3.04 

57 

53i 

5.22 

7. 61 

aft 

3.72 

3  72 

w*  1  at 

64 

36 

9.14 

0.14 

69 

42 

7. 75 

9.04 

75 

39 

6.15 

6.66 

77 

2. 48 

3.72 

82 

37 

7.41 

7.61 

86 

42i 

7.32 

8.64 

SS 

38 

9.  76 

10.30 

91 

38 

11.22 

11.84 

93 

39 

7. 97 

8.64 

95 

28 

17. 15 

13.33 

95 

44V 

11.24 

13. 91 

06 

45i 

7.91 

10. 00 

96 

36 

10. 67 

10  67 

98 

39 

7.03 

7.61 

98 

44 

10.07 

12. 31 

100 

47 

1L67 

15.24 

100 

38 

8, 81 

9. 30 

101 

46 

9.64 

12.32 

101 

52 

9. 23 

13.33 

106 

40 

12.00 

13.33 

118 

43 

9.24 

11.04 

121 

45 

12.80 

16.00 

148 

8.81 

13.33 

219 

2* 

31.34 

30.67 

10 

30 

4.21 

3.52 

30 

31 

3.44 

2.96 

21 

36 

4.21 

4.21 

24 

32 

3. 71 

3.30 

27 

36 

5.33 

5.3;i 

28 

31 

5. 71 

4.92 

38 

351- 

4. 13 

4.04 

39 

31 

5. 81 

5.00 

33 

6.90 

6.04 

33 

5.07 

4.51 

38 

31 

6.19 

5.33 

39 

32 

6.92 

6. 15 

41 

28 

7.91 

6, 15 

46 

32 

6.  78 

i  6.03 

46 

32 

6.42 

5.71 

59 

54 

2.05 

3.07 

88 

36 

8.89 

1  8.89 

96 

31 

5.86 

i  5.05 

3.80 
4.  OS 
16.41 
4.15 
4.06 
3.60 
3.45 
2.67 
3.60 
6. 70 
3. 40 
L60 
3.30 
1.85 
5. 26 
2,10 
4.30 
1.75 
1,77 
2. 40 
4. 30 
2.10 
1.86 
L55 
1.35 
L  85 
L  20 
L  15 
1.60 
1.50 
2. 10 
L30 
LOS 
1.72 
L30 
L20 
1.20 
1.45 
1.00 
L20 
M 


4.56 
5.40 
3.80 
4.85 
3.00 
3.25 
3.95 
3.20 
2.65 
3.55 

3.00 

2. 60 
2. 60 
2. 05 
2.80 
5.20 
1.80 
3.17 


Ends  and 
picks  per 
square  uch. 


Total 
single 

threads 
per 

square 
inch. 

T 


44bv33..., 
52  by  58..., 

67  by  284.. 
71  by  35... 
79  by  34... 
66  by  43... 
27  by  27... 
65  by  61... 
93  by  94... 
140  by  99.. 
118  by  96.. 

60  by  57  

160by84...- 

83  by  65  

172  by  74.... 

93  by  83  

132  by  60.... 

95  by  68  

57  by  60  

172  by  90.... 
183  by  58.... 
120  by  131... 

59  by  57  

107  by  93.... 
65  by  57  

68  by  58  

91  by  75  

87  by  73  

60  by  52  

110  by  100... 
142  by  156... 

94  by  92  

78  by  76  

69  by  5;3  

97  by  94  

91  by  85  

100  by  85...- 

65  by  60  

90  by  87  

68  by  61  

96hy0$  


76  by  63. 

84  by  70. 

65  by  51. 
97  by  70. 
56  by  G2. 
72  by  61. 

85  by  76. 
70  by  67. 
68  by  57. 
88  by  83. 


89  by  78., 

81  by  66.. 
87  by  70.. 
92  by  86.. 
94  by  92.. 
168  by  38. 
61  by  55.. 
147  by  70. 


Yam  numbers  and 


77 
110 
418 
106 
113 
109 
108 
126 
187 
379 
234 
117 
244 
148 
418 
176 
384 
163 
177 
262 
482 
251 
232 
200 
179 
252 
166 
160 
224 
210 
298 
186 
154 
250 
191 
176 
185 
250 
177 
258 


128 
154 

110 
167 
118 
133 
101 
137 
125 
173 

167 
147 
157 
178 
186 
450 
232 
446 


w 


62/2  bleached. 
55/1, cord. 

5d/l  

57A  

5V1  

80/2  

54/1  

SJ/2  

66/1  

47/1  

77/1  

87/2  

78/1  

93/2  

82/1  

80'1  

102/2  

85/1  

8V1  

107/2  

128/1  

90/1  

87/1  

99/1  

110/2   

88/1  

88/1  

98/1  

138/2  

108/1  

158/2  

23(V1  


ixnisg. 


30/1  dyed  

18/1  dyed  

21/1  dyed,  21/1  bleached  

24/1  dyed,  21/1  bleached  

32/1  dyed  :. 

28/1  dyed,  28/1  bleached  

28/1  bleached  

29/1  dyed,  29/1  bleached  

31/1  dyed,  31/1  bleached  

33/1  bleached,  33/1  dyed>  14^  cofd 
bleached. 

37/1  bleached,  37/1  dyed  

39/1  dved,  39/1  bleached  , 

37/1  dved  

43/1  dved,  43/1  bleached  

43/1  dyed,  43/1  bleached  

90/2  dyed  

107/2  (warp-printed)  

105;2  dyed,  105/2  bleached  


9/1  

17/1  

18/1  

1^1  



19/1  

27/2  

4^1  

4^1  

2V1  bleached. 

6V1  

5V1  

47/1  

66/1  

26/1  

64/1  

4V2  

69/1  



89/1  , 

67/2  

103/i  

104/2  

100/1  

103/2  

94/2  , 

122/1  

126/1  

95'2  

102/1  

140/1..-*..., 

117/1  , 

107/1  

110/2  

124/1  

128/1  

132'1  

U4/2  

146/1  

143/2  

230/1  


18/1  extra  t\v  ist,  bleached. 

28/1  bleached  

26/1  dyed,  26/1  bleached.. 

33/1  bleached  

2iVl  dyed  

34/1  dved,  34/1  bleached.. 

35/1  dyed  

33/1  dyed,  33/1  bleached. . 
41/1  dyed.  41/1  bleadtied. . 
^bbubed..  


52/1  bleached  , 

43/1  dyed.  43/1  bleached 

55/1  dyed 


Finish. 


Bleadiad.  oaipped,  embossed  

Bleadied.$$Siid  

Bleached,  naf^ped  

Bleached.  

Ftlnted  

Piwe-dyed  

Bleached  stiSened.  

Bleached...  

Printed  - 

Ordinary  

Bleached  

Unbleached  

Piece-dyed,  mercerised,  infoted  

Unreached  

Pieee-dyed,  mercerized,  scfareinered . . . 

Unbleached  

Bleached,  mercerized  

Bleached  

Unbleached  

Bleached,  mercerized,  schreinOTed  

Mercerized,  dyed...  

Bleached  *  

Unbleadied  

Piece-dyed  

Printed  

 do  

 do  :  

Piece^yed  

Bleached,  organdy  finish  

Bleached  

Unbleached  •  

Bleached,  mercerized  

Bleached  

Printed  

Bleached,  mercerized  

Bleached  «  

Unbleached  

Bleadied  

 do  

 do  

PteeoHdyed, 


58/1  bleached  , 

58/1  dyed,  58/1  bleached  

33/3  dyed  

86/2 dyed   Ordinary., 

109/2  bleached  1  Mercerized 


Ordinary. 
Napped.. 
Ordinary. 

 do... 

 do... 

 do... 

 do... 

 do... 

 do... 

.....do... 


..-.do  

....do  

....do  

....do.... 
....do.-.. 
Mercerised. 


nvsioepiieeaoCalioat  Oct.  i, 

Invoice  prfees  of  about  Hay  1, 

iflaoL 

Country  of 

Sam- 

Per 
linear 
yard. 

Per 
•square 
yard. 

Per 

pOBDd^ 

Per 
linear 
yard. 

Per 
square 
yard. 

Per 

fHWIffd  I* 

#0.  <>40U 

aUL  040U 

•  1  AKnA 
#1. 

Encland  

1 

f\QA 

.  Uo4 

.  084 

■JOQQ 

ORftA 

.  OODU 

i.  ovQO 

do 

2 

OA  CA 

A  1  AfX 

.  4Uo/ 

1    G{\  ."Ji 

1.  OUoU 

O    1  AAA 

O   1  1  1  Q 

 do  

3 

w 

•  2aUU 

.^27» 

.o/7o 

1.  U^wU 

.  »iO 

o.  (moo 

Pr&OrA 

4 

.0785 

•  UTvD 

91  Oft 

.  /lino 

4(UC 

1.  lOUit 

V 

•  1775 

•  ISaO 

.  7315 

.  3i5U 

.  jyuu 

1.  1  -  ' 

It 

D 

.0576 

.  0910 

.4Z&8 

.  7240 

1. 14o5 

^    "J  1  <  o 

I)  uIa  ni  1 

7 

•  0533 

.  Oo3^ 

.  olo7 

0**71 

.  2471 

1. 40U1 

rio 

....  .uu . . ...... 

ft 
o 

•  1330 

.1400 

•  bUW 

•  OMU 

d.UlUU 

do 

•  «  ...UU.  m  ...... 

0 

•  0080 

.4063 

1. 13fl0 

•  7507 

I.oIHb 

....  .w.  .  ...... 

10 

.  lulu 

.  1173 

.  oolo 

.  4UdU 

.4710 

dn 

1 L 

.  1500 

.  135U 

1.  OOUU 

■>  r  r 

.  SO'j 

.  31VD 

o.  lyou 

do 

12 

.1720 

.1588 

.7688 

.923 

.8520 

4. 1258 

dn 

....  .UU  .  a  ...... 

.0730 

.0496 

.4300 

.280 

.1063 

L7022 

dn 

11 

.2530 

.3846 

.8683 

1.419 

1.5065 

4.8S30 

do 

15 

.0960 

.0658 

..5011 

.487 

.3339 

2.  5421 

do 

_  _  .  .  .UVJ.  .  ...... 

.  1750 

.  I7oO 

.  OOlU 

.  700 

.  iW 

£.  tHHU 

 do  

17 

•  0518 

.  UolS 

.  •iiOO 

.  2471 

.  24il 

2.  2oN^ 

 do  

18 

.1700 

.  1457 

1. 31 10 

•  360 

•  3086 

2.7900 

 do  

19 

.  1582 

4  ton 

.  1460 

.9729 

.503 

.5475 

o.vtoW 

 do  

30 

.4500 

.3000 

1. 1160 

1. 338 

.  8921 

3.  .5182 

do 

....  .UU.  . ...... 

91 

.  1270 

.  1236 

.  9411 

.674 

4. 9943 

do 

,  1290 

.  1093 

.  9443 

.  548 

,4642 

4.  0114 

.2400 

.2274 

2.3424 

.blO 

.6780 

5.9536 

fitt'i  t~  norland 

%L 
wm 

.  1520 

.  1440 

1. 7054 

.447 

.4235 

5.0153 

29 

.2500 

.2308 

L9925 

.649 

.5990 

5. 1725 

....  .ao.... .>.. 

qc 
99 

.0900 

.1157 

1.5435 

.258 

.3317 

4. 4217 

 uo  

9V 
Xf 

.2500 

.2023 

2. 8100 

.700 

.oti63 

7. 8580 

oWll.£criaIlU..  . 

ma 

ao 

.2100 

.1062 

1.6611 

.800 

.6330 

6.3280 

K|*  w«  fm-m  A  mr\ 

OA 

«v 

.1350 

.  1350 

1.4404 

.289 

.2890 

3.0836 

 do  

30 

.  17t>0 

.  162.^ 

1.  23/3 

.67o 

.  6231 

A  tA  en 

4.7452 

SwitzertaBd... 

31 

.1180 

.0965 

1. 1883 

.380 

.  3108 

3.8266 

 uo. ....... 

M 

.3200 

.  1685 

5u74 

.oOO 

.459d 

7.WM 

»•  a  n  A 

SK 
W 

.  1500 

.  1421 

1.  3215 

.039 

.  W53 

5.o2v6 

Xd*  n  fvl  A  n  /I 

41 

1  It*; 

•  1  lOO 

I  .  Oil  /  O 

.  ou^ 

^1 
ow 

.2500 

.1731 

2. 3075 

.441 

.3053 

4. 0704 

.0910 

.08J9 

L0920 

.319 

.2872 

3.8280 

1*        (T  1  Q  /I 

Ol 

.3230 

.1867 

2.0605 

.777 

.6505 

7. 1795 

.1700 

.1360 

2. 1760 

.470 

.3760 

6.01P0 

Switzerland  

39 

.2000 

.1321 

L  7620 

.880 

.5813 

7.7528 

 do  

40 

•3000 

.im 

&8IU 

.480 

.88«0 

18b  Mt 

.  ....dtK.  •»*..». 

41 

.1500 

.1800 

.6315 

.350 

.4200 

1.4735 

43 

.0988 

.1147 

.3399 

.5535 

.6428 

1.9040 

43 

.1620 

.1620 

.6820 

.360 

.360 

L515o 

 do  

44 

.1320 

.1«S 

.4897 

.311 

.  3^99 

1.1538 

 do  

45 

.1620 

.1620 

.  8635 

.395 

.365 

2. 10)3 

 do  

46 

.1000 

.1162 

.5710 

.304 

.353 

1.7358 

 do  

47 

•  1140 

.1164 

.4708 

.4307 

.4399 

1,77SS 

Holland  

48 

•  1630 

.1881 

.9412 

.339 

.3937 

L9-.>96 

England  

40 

.1060 

.1300 

.7245 

.350 

.400 

Z4150 

SO 

•uno 

.1136 

.sua 

.406 

.4867 

8.0684 

....  .do. ... .... 

M 

.1150 

•  1335 

.7118 

.324 

.3763 

2.0056 

88 

•  1330 

.1485 

.9134 

.436 

•4792 

2.9479 

 do  

58 

.13S0 

.1607 

.9888 

.400 

.5143 

3.1640 

 do  

54 

.1070 

.1879 

L  1323 

.699 

.7864 

4.7392 

Scotland  

55 

.1010 

.2171 

1.2391 

.689 

.7751 

,  4.4230 

 do  

56 

.4aM0 

.2827 

.  &)92 

1.338 

.8920 

1     2. 7429 

1  ^ 

.2500 

.3500 

2.2225 

.940 

.940 

8.3566 

.7800 

»8886 

44636 

1  *no 

LiaBS 

1  &fl842 

England  

1  80 

(Fellovsp.3.)  Ko.1 


*3 


a. 


1 


PM-MGP 

METRIC  GENERAL  PURPOSE  TARGET 

PHOTOGRAPHIC 


<5 


O 


2715  Upper  Afton  Road.  St.  Paul,  MN  55119-4760 
612/738-9329  FAX  612/738-1496 


Sam- 
pie 
How 


1 

2 
3 
4 
5 
6 
7 
8 
9 
10 
11 
12 
13 
14 
15 
16 
17 
18 
19 
20 
21 
22 
23 
24 
25 
26 
27 
28 
39 
90 
31 
32 
33 
34 
35 
36 
37 
38 
39 
40 
41 


42 
43 
44 
45 
46 
47 
48 
49 
50 
51 

52 
5:3 
54 
55 
56 
57 
58 


Trade  name  of  doth. 


0£Elcial 
averagej  Width 

yarn  i  in 
number,  inches. 


Domet  cofl^linii^^  

Linen  substitute  

Moleskin  ^6-narness  Ming  sateen).... 

Crepe  

Tension  rep  

Japanese  cr6pe  

Penelope  csBvas.  ,  

Longcloth  

Shirting  

Coutil  (nerringb  one  twiil)  

Corded  snirting.  

Single  voile  

Sleeve  lining  (54iarness  warp  sateen), 
i^mbrjidery  muslin  (center  selvage), 

Venetian  (J^harness  v^arp  sateen)  

Cambric  

Matte  shirting  

Cambric  

Semi-ToUe  

Warp  sateen  (Mmmeas)  

Poplin  

Type  A  riter  camhrk  

Ply  voile  

La  '  n  

bemi-voile  

liy  oile  

Dimity  

Transparent  organdy  

Ply  \oile  /.  

Sheer  nainsook  

Tjrpe  writer  cambric  

Cotton  muU  

French  lawn  ,  

Ply  oOe  

Batiste  


Transparent  organdy. 
Muslin  


Ply  voile  

Transparent  organdy. 

Plv  oile  

QdfloaimiU.. 


Ptiin  ch0u,  woven  wiA  Aftd  pom. 


Japanese  cr6pe  

Striped  Uannelet  (twill). 
Tartan  plaid  (twill)---. 
Striped  ticking  

Tartan  plaid  (tAftiU)  

Oinfrham  check  

Nankin  tic  ing  

Shepherd  check  (twiU). 

Plaid  ginf^ham  

Corded  shirting,  striped. 


Striped  shirting  

Fancy  gingham  check. 
Solid-color  gingham... 

Striped  shirting  

Fine  plaid  gingham. . . 

Poplin,  stripedf  

Warp-print  crfipe  voile 


59  1  Fine  snirting  poplin,  striped- 


14 
18 
18 
18 
19 
21 
'26 
32 
36 
39 
€7 
50 
51 
55 
55 
57 
61 
64 
69 
75 
77 
82 
85 
88 
91 
93 
95 
95 
96 
96 
98 
98 
100 
100 
101 
101 
106 
118 
121 
148 

m 


19 

ao 

21 
24 
27 
38 
38 
39 
32 
33 

38 
39 
41 
46 
46 
59 
88 
96 


36 

36 

30 

39i 

36 

30 

22} 

36 

32 

54 

31 

40 

39 

53 

32 

36 
36 
42 
39 
54 
37 

as 

38 

39 

28 

44} 

45i 

36 

39 

44 

47 

38 

46 

52 

40 

43 

45 

5** 

45 


30 
31 
36 
32 
36 
31 

31 

3U 
32 

31 
32 
38 
32 
32 
64 
36 
31 


T 


Linear  '  Square 


yards 
per 
poioad. 


4.21 

3.92 
L17 
3.51 
3.94 
5.32 
7.34 
5.99 
5.00 
L59 
5.  46 
9.00 
4.47 
5.89 
3.42 
5.22 
3.72 
9.14 
7.75 
6. 15 
2.48 
7.41 
7. 32 
9.76 

11.22 
7.97 

17. 15 

11.24 
7. 91 

10.67 
7.0S 

10.07 

1L67 
8.81 
9.64 
9.23 

12.00 
9.24 

12.80 
8.81 

3L84 


4.21 
3.44 

4. 21 
3.71 
5.33 
5. 71 
4.13 
5.81 
6. 90 
5.07 

6. 19 
6.92 
7.91 
6.78 
6.42 
2.05 
8. 89 
5.86  1 


yards 
per 
pmmd* 


8 


4.21 
3*92 
.96 
3.85 

3.94 
4.43 
4.64 
5.99 
4.44 
2.38 
4.  70 
10.00 
4.84 
8.67 
3.04 
7,61 
3.72 
9.14 
9.04 
6.66 
3.72 
7.61 
8. 64 
10.30 
1L84 
8.64 
13.33 
13.91 
10.00 
10.67 
7.61 
12.31 
15.24 
9.30 
12.33 
13.33 
13.33 
11.04 
16.00 
13.33 
3167 


3.52 
2.96 
4. 21 
3.30 
5.33 
4.92 
4.04 
5.00 
6.04 
4.51 

5.33 
6. 15 
6.15 
6. 03 
5. 71 
3.07 
8. 89 
5.05 


Ounces 

per 
square 


8.80 

4.08 
16.41 
4.15 
4.06 
3.60 
3.45 
2.  67 
3.60 
6.70 
3. 40 
1.60 
3.30 
1.85 
5.26 
2.10 
4. 30 
1,75 
1.77 
2. 40 
4.30 
2.10 
1.85 
1.55 
1.35 
1.85 
1.20 
1. 15 
1.60 
1.50 
3.10 
1.30 
1.05 
1.72 
1.30 
1.20 
1.20 
1.45 
1.00 
1.20 


4,56 
5.40 
3.80 
485 

3.00 

3.25 
3.95 
3.20 
2. 65 
3,55 

3.00 
2.60 
2.60 
2. 05 
2.80 
5.20 
1.80 
3.17 


Ends  and 

picks  per 
square  inch. 


44  by  33  

52  by  58  

67  by  284-.-- 

71  by  35  

79  by  34  

66  by  43  

27  by  27  

65  by  61  

93  by  94  

140  by  99.... 
118  by  96.... 

60  by  57  

160  by  84.... 

83  by  65  

172  by  74--.. 

93  by  83  

132  bv  60.... 

95  by  68  

57  by  60  

172  by  90,... 
183  by  58-... 
120  by  131.-. 

59  by  57  

107  by  93.-.. 
65  by  57  

68  by  58  

91  b  y  75  

87  by  73  

60  by  52  

110  by  100... 
142  by  156... 

94  by  92  

78  by  76  

69  by  56..... 

97  by  94  

91  by  85  

100  by  85.... 

65  by  60  

90  by  87  

68  by  61  

96  by  96  


Total 

single 
threads 

per 
scjuare 

inch. 


76  by  52. 

84  by  70. 
65  by  51. 
97  by  70, 
56  by  62. 
72  by  61. 

85  by  76. 
70  by  67. 
68  by  57. 
88  by  82. 


89  by  7S,. 
81  by  66.. 
87  by  70.. 
92  by  86.. 
94  by  92.. 
168  by  38. 
61  by  55.. 
147  by  76. 


77 

no 

418 
106 
113 
109 
108 
126 
187 
379 
234 
117 
244 
148 
418 
176 
384 
163 
177 
262 
482 
251 


Tablb  1.—100  typical  etMan  dothiimpariedifUo  the  United  States. 

[Clotti  pwtMlaa  aod  Inveieo  pdeai.) 

Yarn  numbers  and  ply. 


179 
252 
166 
160 
224 
210 
298 
186 
154 
250 
191 
176 
185 
250 
177 
258 
192 


128 
154 
116 
167 
118 
133 
161 
137 
125 
173 

167 
147 
157 
178 
186 
450 
232 
446 


Warp. 
W 


232  i  93/2 
200  82/1 


36/1  

29/1  

29/2  

26/i"!;i;iii;iiii;i;i;;;;i;;;i;];;ii;; 

32/1  

27/2  

35/1  

37/1  

62/2  bleached  

55/1,  22/4  cord  ;  

53/1  

57/1  

54/1  

80/2  

54/1  

8-1/2  

66/1  :  

47/1  

77/1  

87/2  

78/1 


Finish. 


Iimloe  prices  of  About  Oct.  If 
1913. 


80/1. 

102/2. 

85/1.. 

8V1. 

107/2, 

128/1, 

90/1. 

87/1., 

99/1., 

110/2 

88/1., 

88/1., 

98/1., 

138/2. 

108/1 . 

158/2. 

230/1, 


30/1  dyed  

18/1  dyed  

21/1  dyed,  21/1  bleached  

24/1  dyed,  24/1  bleached  

32/1  dyed  

28/1  dyed,  28/1  bleared  

28/1  bleached  

29/1  dyed,  29/1  bleached  

31/1  dyed.  31/1  bleached  

33/1  bleached,  33/1  dyed,  14^2  cofd 
bleached. 

37/1  bleached,  37/1  dyed  

39/1  dyed,  39/1  bleached  

37/1  dyed  

43/1  dyed,  43/1  bleached  

43/1  dyed,  43/1  bleached  

90/2  dved  

107/2  (warp-printed)  

m2  dyed,  10£i/2  bleached  


Wi  

17/1  

1^  

VS/i  

iVi  

19/1  

27/2  

43/1  

43/1  

2V1  bleached  

6V1  

5V1  

47/1  

66/1  

26/1  

6^1  

41/2.  

69/1  

94/2  

89/1  

67/2  

103/1  ,  

104/2  

100/1  

10j/2  

94/2  

122/1  

125/1  

95  2  

102/1  ,  

140  1  

117/1  

107/1  

110/2  

124/1  

128/1  *  

1321  

114  2  

146/1  

143/2  

2»V1  


18/1  extra  twist,  bleached 

28/1  bleached  

26/1  dyed,  26/1  biOMted.. 

33/1  bleached  

20/1  dyed  , 

34/1  dved,  34/1  hleadied.. 

35/1  dyed  

33/1  dyed,  33/1  bleached.. 
41/1  dyed,  41/1  bleadMd.. 
43^1blMdied.  


52/1  bleached  

43/1  dyed,  43/1  bleached. 

55/1  dyed  

58/1  bleached  , 

58/1  dyed,  58/1  bleached. 

33/3  dyed  , 

86/2  dyed  

100/2  Mflarrhml   


Bleached,  napped,  embossed  

Bleached,  beetled  

Bleached,  nat>ped  

Bleached  

Printed  

Piece-dyed  

Bleached  stiffened.  

Bleached.-...  

Printed  

Ordinary  

Bleached  

Unbleached  

Piece-dyed,  mercerized,  printed  

rnbleached  

Pie:e-dyed,  merceriged,  achreinered. - . 

Unbleached  ,  

Bleached,  mmeciied.-  — . 

Bleached  

Unbleached  

Bleached,  m^cerizedi  sclinhured  

Mercerized,  dyed.  

Bleached  ^  

Unbleached  ,  

Piece-dyed  

Printed  

-...do  

 do  :  

Piece-dyed  

Bleached,  orgaady  fialsli.  

Bleached  

Unbleached  

Bleached,  maeBtised  

Bleached  

Printed  

Bleached,  meroflriied  

Bleached  

Unbleached  , 

BleadMd  

.-..do  

....do  

PtooB'^^,  numriMd  


Per 
linear 
yard. 


Per 
•square 
yanL 


Ordinary. 
Napped.. 
Ordmary. 
.-..do... 

 do... 

.....do... 
..—do... 
.....do... 

 do... 

.....do,.. 


....do.... 
....do.... 
....do.... 
-...do.... 

 do.-.. 

Jf  ercerized 
Ordinary 


Per 
pound.* 


I&voioe  prices  of 


Per 
linear 
yanL 


Per 
square 
ymid. 


SO.  079 

ia079 

10,3326 

6a3450 

i  ia3450 

.084 

•  064 

.32ffi 

.8960 

.3560 

.3450 

.4140 

.4037 

1.8050 

1  2.1660 

.2500 

.2279 

•  8775 

1.0330 

.9416 

.0796 

.om 

.3136 

.2945 

•  2045 

.  1375 

•  1690 

.7315 

32.50 

3000 

,0576 

.0910 

•4228 

.7240 

L1455 

.0532 

.0532 

•  318t 

.2471 

.2471 

.  1320 

,1485 

.6600 

.6080 

.6840 

,60fc>0 

.4053 

•  9667 

1. 1350 

.7567 

.1010 

.1173 

.5515 

.4000 

.4715 

.  1500 

.1350 

1.3500 

.355 

.319:. 

.1720 

.1568 

.7688 

.923 

.8520 

.0730 

.0496 

.4300 

.289 

.1963 

.2530 

.2846 

,8653 

1.419 

1.5965 

.0960 

.0658 

.487 

•  3339 

,1750 

.1750 

.6610 

.700 

.700 

.0518 

.0518 

4735 

2471 

.1700 

.1457 

1.3175 

.360 

.3086 

.1682 

.1460 

.9729 

.503 

.5475 

.4500 

.3000 

1.1160 

1.338 

.8921 

.1270 

.1236 

•  9411 

.674 

.6558 

.1290 

.1093 

,  vno 

.548 

.4642 

.2400 

.2274 

2, 3424 

.610 

.5780 

.1520 

.1440 

1. 7054 

.447 

.4235 

.2500 

.2306 

1.9025 

.6^ 

.5990 

.won 

.  llo7 

1.  54oo 

.  258 

.3317 

.2500 

.2023 

Z8100 

.700 

.5663 

.2100 

.1662 

1.0611 

.000 

.6330 

.1350 

.1350 

1.4404 

.280 

.2890 

.1760 

.1625 

1.2373 

.675 

.6231 

.1180 

.0065 

1.1883 

.380 

,3108 

.2200 

.1685 

2. 5074 

.600 

.4596 

.1500 

.1421 

1.3215 

.639 

.6053 

.1450 

.1135 

1.3978 

.362 

.2833 

.2500 

.1731 

2. 3075 

.441 

,3055 

.0910 

.om 

1.0920 

.319 

.2872 

.2230 

.1867 

2.0606 

.777 

.6505 

.1700 

.1360 

2. 1700 

.470 

.3760 

.2000 

.1321 

.880 

,5813 

.1690 

.1320 

.480 

.3840 

.1500 

.1800 

.6315 

.350 

.4200 

.0088 

.1147 

.3399 

.5535 

,6428 

,1620 

.1620 

.6820 

.360 

.360 

.1320 

.1485 

.4897 

.311 

.  mWV 

.1620 

,1620 

.8635 

.395 

.395 

.1000 

.1162 

.5710 

.304 

.353 

.1140 

.1164 

.4708 

.4307 

•  ^399 

.1620 

.1881 

.9412 

.339 

.3937 

.1090 

.1200 

.7315 

,350 

.400 

.leio 

.im 

.sm 

.400 

.4867 

.1150 

.1335 

,7118 

.324 

.3763 

.1320 

.1485 

.9134 

.426 

.4792 

.1250 

.1607 

.9888 

.400 

.5143 

•  1670 

.1870 

l.»23 

.099 

.7864 

.1930 

.2171 

1.2391 

,689 

.7751 

.4240 

.2827 

.8602 

1.338 

.8920 

.2600 

.2900 

2.2226 

.940 

.940 

•9B60 

•OHB 

4.4III 

.090 

L1265 

Tabls  hr-100  typical  ootton  dothi  imported  irUo  the  United  Stat^. 


Official 

average  Width 


yarn 


ached  yarm. 


sateen). 


arp  sateen). . 
er  selvage)  - . . 
satom)  


in 
inches. 


B 


14 

18 
18 

18 
19 
21 
'26 
32 
36 
39 
47 
50 
51 
55 
55 
57 
61 
64 
69 
75 
77 
82 
86 
SS 
91 
93 
95 
95 
96 
96 
9S 
98 
100 
100 
101 
101 
106 
118 
121 
148 
219 


19 

20 

21 
24 
27 
28 
28 
29 
32 
33 

3S 
39 
4i 
46 
46 
59 
88 


linear  { Square 
yards  i  yards 


per 
pound. 


36 

36 

30 

39i 

36 

30 

22i 

36 

32 

54 

31 

40 

39 

53 

32 

52i 

36 

36 

42 

39 

54 

37 

42i 

38 

38 

39 

28 

44V 

45J 

30 

39 

44 

47 

38 

46 

52 

40 

43 

45 

54i 

45 


30 

31 

36 

32 

36 

31 

35i 

31 

3U 
33 

31 
32 
28 
32 
32 
54 
36 
SI 


per 
pound. 


8 


4. 21 
3. 92 
1. 17 
3.51 
3.94 
5.  32 
7.34 
5.99 
5.00 

I.  59 
5.46 
9.00 
4. 47 
5.89 
3. 42 
5. 22 
3. 72 
9.14 
7. 75 
6. 15 
2.48 
7. 41 
7. 32 
9.  76 

II.  22 
7.97 

17. 15 
11.24 

7. 91 
10.67 

7.03 
10. 07 
11.67 

8.81 

9.64 

9.23 
12.00 

9.24 
12.80 

8.81 
21.34 


4.21 
3.44 
4.21 
3. 71 
5.33 
5. 71 
4. 13 
5.81 
6.90 
5.07 

6.19 

6. 92 
7.91 
6.78 
6.42 
2.05 
8.89 
&8S 


Ounces 
per 

square 
yard. 


4. 21 
3.92 
.98 
3.85 
3.94 
4. 43 
4.64 
5.99 
4.44 
2.38 
4. 70 
10.00 
4.84 
8.67 
3.04 
7. 61 
3. 72 
9. 14 
9.04 
6.66 
3. 72 
7.61 
8.64 
10. 30 
11.84 
8.64 
13. 33 
13.91 
10.00 
10. 67 
7.61 
12. 31 
15. 24 
9.30 
12.32 
13.33 
13.33 
11.04 
16. 00 
13. 33 
26.67 


3.52 
2.96 
4.21 
3.30 
5.33 
4.92 
4.04 
5.00 
6.01 
4.M 

5.33 
6.15 
6.15 
6.03 
5. 71 
3.07 
a89 


r 


3.80 
4.08 
16. 41 
4. 15 
4.06 
3.60 
3.45 
2. 67 
3.60 
6. 70 
3.40 
1.60 
3. 30 
1.85 
5.26 
2. 10 
4.30 
1.75 
1.77 
2.40 
4.30 
2. 10 
1.85 
1.55 
1.35 
1.85 
1.20 
1. 15 
1.60 
1.50 
2. 10 
1.30 
1.05 
1.72 
1.30 
1.20 
1.20 
1.45 
1.00 
1.20 
,60 


4.56 
5.40 
3.80 
4. 85 
3,00 
3.25 
3.95 
3.20 
2.65 
3.66 

3.00 

2.60 
ZOO 
2.65 
2.80 
5.20 
1.80 

a.17 


!  Total 

iiitiMivwu.  square 
inciu 

T 


E/P 


44  by  33  

52  by  58  

67  by  284.... 

71  by  35  

79  by  34  

66  by  43  

27  by  27  

65  by  61  

93  by  94  

140  by  99.... 
118  by  96.... 

60  by  57  

160  by  84.... 

83  by  65  

172  by  74.. ..I 

93  by  83  

132  by  60.... 

95bv68  

57  by  60  

172  by  90.... 
183  by  58.... 
120  by  131... 

59  by  57  

107  by  93.... 
65  by  57  

68  by  58  

91  by  75  

87  by  73  

60  by  52  

110  by  100... 
142  by  156... 

94  by  92  

78  by  76  

69  by  56  

97  by  94  

91  by  85  

100  by  85.... 

65  by  60  

90  by  87  

68  by  61  

96  by  96  


76  by  52. 

84  by  70. 

65  by  51. 
97  by  70. 
56  by  62. 
72  by  61. 

85  by  76. 
70  by  67. 

66  by  67. 
88b783. 


89  by  78.. 
81  by  66.. 
87  by  70.. 
92  by  86.. 
94  by  92.. 
168  by  38. 
61  by  56.. 
M7l^76. 


Tarn  BQBdMn  and  ply . 


77 
110 
418 
106 
113 
109 
108 
126 
187 
379 
234 
117 
244 
148 
418 
176 
384 
163 
177 
262 
482 
251 
232 
200 
179 
252 
166 
160 
224 
210 
298 
186 
154 
250 
191 
176 
185 
250 
177 
258 
192 


128 
154 
116 
167 
118 
133 
161 
137 
125 
173 

167 
147 
157 
178 
186 
450 
232 

m 


Waip. 
W 


- ........ • • ♦ < 


3^1.. 
29/1.. 
29/2.. 
40/1.. 
20/1.. 
32/1.. 
27/2.. 
35/1.. 
37/1.- 
62/2  bleached. 
55/1,  22/4  cord 

53/1  

57/1  

bill  

80/^  

54/1  

8^2  

66/1  

47/1  

77A  

87/2  

78A  

93/2  

82/1  

80/1  

102/2  

85/1  

8i/l  

107/2  

128/1  

90/1  

87/1  

99/1  , 

UO/2  

88/1  

88/1..  

98/1  < 

138/2  , 

lOS/1  , 

158/2  , 

230/1  


30/1  dyed  

18/1  dyed  

21/1  dyed,  21/1  btoadied  

24/1  dyed,  24/1  btoadied  

32/1  dyed  I. 

28/1  dyed,  28/1  bleached  

28/1  bleached  

29/1  dyed,  29/1  bleached  

31/1  dyed,  31/1  bleadMd  

33/1  bleached,  ^1  dyai,  14/2  cord 
bleached.  * 

37/1  bleached,  37/1  dyed  

39/1  dyed,  39/1  bifiaiwed  

37/1  dyed  

43/1  dyed,  43/1  bleached  , 

43/1  dyed,  43/1  Uflaciiad  

90/2  dyed  , 

107/2  (warp-printed)  

106/2dyed,  10^2  Ueaabad  


9/1  

17/1  

18/1  

i;Vi  

15/1  

19/1  

27/2  

43/1  

4:3/1  

2^1  bleached. 

64A  < 

54/1  

47/1  

66/1  

2^1  , 

64/1  

41/2.  

69/1  , 

94/2  

9m  

em  

iwi  

104/3  

100/1  

103/2  

94/2  

122/1  

125/1  

96/2  

102/1  

140/1  

117/1  

107/1  

110/2  

124/1  

128/1  

1321  

114/2  

146A  

143/2...  

230/1  


18/1  extra  twist,  bleaohed. 

28/1  bleached  

26/1  dyed,  26/1  btoailifld.. 

33/1  bleached  

26/1  dyed  

34/1  dyed,  34/1  Readied. . 

35/1  dyed  

33/1  dyed,  33/1  bleached.. 
41/1  dyed,  41/1  bisaetaid.. 
43/lmea<»ed  


Bleached,  nwpod^  embossed. 

Bleadied,  t^emad  

Bleached,  lui|>ped  • 

Bleached.....  

Printed.-.,  

Piece-dyed  

Bleached  stifiened  

Bieached.....  

Printed  , 

Ordiuarv  

Bleached..:  

Unbleached,  


IimioapiiBeaQlaboiit  Oct.  l, 
IMS. 


Piece-dyed,  meroerlsed,  printed 
Unbleacbaa. 


Piece-dyed,  nMoerisadt  acbniiieiad. 

Unbleached  

Blea^iedy  maroeffiaad.  

Bleached  

Unbleached  

Bleadied,  mercerized,  sdhiainflfad. . . 

Mercerized,  dyed  

Bleached.  *  •  

Unbieaabad  

Fieca4jed  

Printed.  

 do  


....do  ;  , 

Piece-dyed  

Bleached,  organdy  flttish. 

Bleached  

Unbleached  

Bleached,  mereeriiad. . . . 

Bleached  

Printed  

Bleached,  memriiad.... 

Bleached  

Unbleached  

Bleached  

 do  

do. 


Fffica4yad»  mamiiaad. 


Ordinary. 
Napped.. 
Ordinary. 

 do... 

....do... 

 do... 

 do... 

 do... 

 do... 

 do... 


.do. 

.do. 
.do. 
.do. 


52/1  bleached  

43/1  dyed,  43/1  bleached  

55/1  dyed  

58/i  bleached  

58/1  dyed,  58/1  Uaaobad  I  do. 

33/3  dyed  I  Mercerized, 

86/2 dyed  I  Ordinary.. 

JiWabtoMliad   1  Mawriaad. 


Per 
linear 
yaad. 


Per 
•  square 


SO.  079 
.084 
.3460 
.2500 
.0796 
.1375 
.0576 
.0532 
.1320 
.6080 
.1010 
.1500 
.1720 
.0730 
,2530 
.0960 
.1750 
.0518 
,1700 
.1582 
.4500 
.1270 
.1290 
.2400 
.1520 
.2500 
.0900 
.2500 
.2100 
.1350 
.1760 
.1180 
.2200 
.1500 
.  1450 
.2500 
.0910 
.2230 
.1700 
.2000 


.1500 
.0988 
.1620 
.1320 
,1620 
.1000 
.1140 
,1620 
.1050 
.1010 

.1150 
.1320 
.1250 
,1670 
.1930 
.4240 
.2500 

.7m 


10.079 
.084 

.4140 
.2279 
.0796 
.1650 
.0910 
.0532 
.1485 
.4053 
.1173 
.1350 
.1588 
.0496 
.2846 
.0658 
.1750 
,0518 
.1457 
.1460 
.3000 
.1236 

.ioq:^ 

.2274 
.1440 

.2308 
.1157 
.2023 
.1662 
.1350 
.  1625 
.0965 
.1685 
.1421 
.1135 
.  1731 
.0849 
.1867 
.1360 
.1321 


.1800 
.1147 
.1620 
.1485 
.1620 
.1162 
.1164 
.1881 
.1200 
.1136 

.1335 
.1485 
.1607 
.1879 
.2171 
.2827 
.2600 


Per 
pound.* 


Invoice  priceaofabaBt  May  1, 


$0.3326 
.3293 

.4037 
.8775 
.3136 
.7315 
.4228 
.3187 
.6600 
.9667 
.5515 
1.3500 
.7688 
.4300 
.8653 
.5011 
,6510 
.4735 
1. 3175 
.9729 
1.1160 
.9411 
.9443 
2. 3424 
1. 7054 
1.9925 
1.5435 
2. 8100 
1.6611 
1.4404 
1.2373 
1.1883 
2. 5074 
1.3215 
1.3978 
2.  3075 
1. 0920 
2.  OC05 
2. 1760 
1.7620 

a.fi8ai 


.6315 
.3399 
.6820 
,4897 
,8635 
.6710 
,4708 
.9412 
.7245 

.&m 

.7118 
,9134 
.9888 
1.1323 
1.2391 
.8692 
2.2225 
4.4636 


Per 
linear 
yanL 


80,3450 
.3560 

1.8050 

1.0330 
.2945 
.3250 
.7240 
.2471 
.6080 

1. 1350 
.4060 
.355 
.923 
.289 

1.419 
.487 
.700 
.2471 
.360 
.593 

1.338 
.674 
.548 
.610 
.447 
.649 
.258 
.700 
.800 
.289 
.675 
.380 
.600 
.039 
.362 
.441 
,319 
.777 
.470 
.880 


.350 

.5535 

.360 

,311 

.395 

.304 

.4307 

.339 

.350 

.m 

.324 
.426 
,400 

.699 
.689 
1.338 
.940 
.970 


Per 
square 
yard. 


$a3450 
.3560 

2, 1660 
.9416 
.2945 
.3900 

1. 1455 
.2471 
.6840 
.7667 
.4715 
.3195 
.8520 
.1963 

1.5965 
.3339 
.700 
,2471 
.3086 
.5475 
.8921 
.6558 
.4642 
.5780 
.4235 
.5990 
.3317 
.5663 
.6330 
.2890 
.6231 
.3108 
.4596 
.6053 
.  28:53 
.3053 
.2872 
.6505 
.3760 
.5813 


.5143 
.7864 
.7751 
.8920 
.940 
1. 1265 


Per 
pound,' 


Country  of 
acilfB. 


Sam- 
ple 
No. 


ai.4SS4 

1.3955 
2.1118 
3.6258 
1, 1603 
1. 7290 
5.3142 
1.4801 
3.0400 
1.8046 
2. 2168 
3. 1950 
4. 1258 
1.7022 
4.8530 
2.  5421 
2. 6040 
2.2585 
2.7900 
3.6469 
3. 3182 
4.9943 
4.  0114 
5. 9536 
5.0153 
5. 1725 
4. 4247 
7.S680 
6. 3280 
3. 0836 
4. 7452 
3. 8266 
7.0020 
5.6296 
3.4897 
4. 0704 
3. 8280 
7. 1795 
6.0160 
7.7528 

mam 


.4200 
.6428 
.360 
■  3^09 
.395 
,363 
,4309 
,3937 
.400 
.4567 

.3763 
.4792  %Un 


1.4735 
1.9040 
1. 5153 
1. 1538 
2.1053 
1.7358 
1.7788 
1.9096 
2.4150 
Xa584 

laaas 


England..... 

 do....... 

 do  

Fraikce  

England  

Japan  

England..... 

 do  

 do  

 do  

 do  

 do  

 do  

 do  

 do  

 do  

 do  

 do  

 do  

 do. . .... 

 do  

 do  

 do  

Switzerland. 

England  

 do  

 do  

Switzerland. 

England  

 do  

Switzerland. 
 do...... 

France  

England.. .. 

Swit^ertaad. 
 do  

England  

France  

Switzerland. 

 do  

....  .do. ...... 


3.1640 
4.7392 
4.4230 
2.7429 

8.3566 
5. 6842 


Japan... 

England. 

 do.., 

 do... 

 do... 

 do.., 

Holland. 

England. 

 do.., 

 do... 


a  «  «  .  .do.  ....... 

.... .do  .......  I 

 do  

Scotland  

 do  

England  

France  

England..*.. 


1 

2 
3 
4 

5 

6 
7 
8 
9 
10 
11 
12 
13 
14 
15 
16 
17 
18 
19 
20 
21 
22 
23 
24 
25 
26 
27 
28 
29 
30 
31 
32 
33 
34 
35 
36 
37 
38 
39 
40 
U 


42 
43 
44 
45 
46 
47 
48 

4a 

50 
51 

52 
53 
54 
55 
56 
57 
58 


538fia-d3.  (FaUowap.3.}  Nal 
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<0 
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"O 

3D 
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3 


> 
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V 


8 
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1 

o 


E  p  p  ^ 


GO 


N  iro 


1.0  mm 


1.5  mm 


2.0  mm 


MCOEFGHIJIOMNOPQIBTUVMnZ 
■l»;<llWl»liriiMim  iluii  JVtl234S6JW0 


ABCDEFGHUKLMNOPQRSTUVWXYZ 
ataMi0i4klmnapqritiww)vzl23456789O 


ABCDEFGHUKLMNOPQRSTUVWXYZ 
abcde^h  i  j  kl  m  nopqrstuvwmz 
1234567890 


ABCDEFGHUKLMNOPQRSTUVWXYZ 
abcdefghijklmnopqrstuvwxyz 
2.5  mm  1234567890 


■5^ 


m 

3D 

o 

-0  m  Tj 

o>o 

O  Ll  "o 


> 

3D 
O 

m 


Tabu  X.-'lOOIfj^eoUomdoAiimporMiiUoAt  VnUadSmm  Oontimwd. 

* 

(Cloth  particulars  and  invoice  prices.] 


93 

95 
96 
97 


Tkadfi  nmiB  of  dofb. 


Official 
average 
yarn 


Orftpe  

Bedford  cord  

Steep  twill  

Fancy  piqu^  

Fancv  oxford  shirting  

Piqti^  vesting  

Bedford  cord  

Colored  J  aoquard  sliirting  

Fancy  stifped  vdla.  

Dobby  shirting  stripes  

i?ateen  brocade  

Jaeqnard  shirting.  

Sateen  brocade  

Fancy  piqn^  shirting  

Thread-stripe  organdy  

Transparent  organdy  check  

BiusiaiMatd  sbirtfng.  

Tm^Umv^BsL  

Rating  or  sponge  cloth.  

Fancy  novelty  voile  

CUptpoU. 

Tacqnard  dipped  liOi^  

Clip  spot  lawn  

SwM  and  ktppeU, 

Fan^8«ivi|v«^(le(iQr)  

Two-frame  lappet  

Flometis       Oi^et  and  awiveL) . 


Dotted  Swiss  (red  dots  on  bhie^ound) . 

Dotted  Swiss  (tdno  dots  m  i^lts 

^jpround)^^ 

Franietilscrtpo..   •  

Fancy  swivel  vdle  (7  colon)  

Fancy  swivel  voile  (3  colors)  

Faney  swivel  and  l^ypet  (1  eolar)  


Cotton  c7a(ht  provided  for  eo  nomine. 


91  I  TraciMdoth  

92  !  Near  glass  

Book  cloth  

Window  hoUand  

Auto  top  clotn  (waterprooO 

Cntton  table  damask  

Madras  muslin  

9S  C  )ttnn  tapestfy.  

99  ,  Corduroy  

100  Velvrtem  


16 
28 
30 
32 
40 
40 
47 
47 
SO 

» 

58 
59 
&1 
82 
96 
113 


15 

85 


111 


06 

49 


Width 

in 
Inebfis. 


B 


38} 

37J 

39 

28 

32 

28 

44 

32 

09 


39 
32 
30 
36 
44 
37J 


32 
42 

39 

42 


46 
45^ 


38 

38 
39 


Linear 
yards 

pound. 


3.44 

3.41 
3. 01 
2.24 
4.50 
2.87 
3.  27 
7.50 
&St 

0.84 

5.46 
6.  21 
6.  73 
3.23 
10.91 
12.80 


&80 
7.62 

2.17 
6.47 


9.27 
12.66 


8.19 

10.11 
7,03 


Square 
yards 
per 
podnd. 


S 


3.68 
3.55 
3.26 
1.74 
4.00 
2.23 
4.00 
6.67 
&07 

6.08 

5. 92 
5. 52 
5,61 
3.23 
13.33 
13.33 


5.24 
&80 

2.35 

7.55 


11.85 
16.00 


8.65 

10.67 
7*01 


Ounces 

per 
square 
yard« 


4.35 

4.50 
4. 91 
9.18 
4.00 
7.17 
4.00 
2.40 
2.08 

2.63 


Ends  and 
picks  per 
aismainch. 


Total 
Eiinfde 
threads 

per 
square 


Why  47  

103  by  80.... 
148  by  64.... 
155  by  223... 
144by90.„. 
135 by  230...' 
144  bv  101... 

90  by  75  

80b^fl0....,| 

103  bv  88.. ..I 


2.70  i  87 by  140.... 


2.90 
2.85 
4.95 
1. 20 
1.20 


3.06 
1.80 

0.80 


124  bv  118... 
168  by  99... 
221  bv  248.. 
90  bv6S.... 
97  by  91.,.. 


mbyos. 

0«l>y52.. 


18  by  18. 

2. 12    66  by  62, 


1.35 
1.00 


1.85 

1.50 
2.10 


57 

314 

11.09 

9. 70 

1.65 

07 

31i 

12.62  j 

11*04 

1.45 

00 

39 

6.51  j 

7.05 

2.27 

00 

41 

7.00  1 

&02 

2.00 

99 

41 

7.80 

8.88 

1.80 

107 

" 

13.13  1 

14;  55 

1.10 

<70 

37 

5.98 

6.15 

2.60 

405 

^ 

15.26  1 

22.89 

.70 

432 

3.79  1 

4.21 

3.  80 

4  19 

48 

2.15 

2.87 

5.  58 

10 

60 

.63 

1.05 

15. 30 

25 

3.75  1 

3.75 

4.27 

41 

ia29  * 

11.43 

1.40 

20 

50 

.95  ' 

1.32 

12.10 

15 

28i 

1.39 

1. 10 

14.54 

33 

27 

2.05  1 

Z21 

7.» 

80  by  140. 
82  by  79.. 


01^02. 

59  by  43. 
58  by  52. 


79  by  59. 
82  by  60. 
OObyM. 

73  by  07. 

70  by  60. 
93  by  75. 


87  by  86  

19  by  18  

66  by  56  

67  by  55  

54  by  32  

73  by  80  

42bv4l  

139  by  72.... 
42  by  232.... 

04  by  150.... 


104 
183 
212 
429 
236 
416 
272 
165 
218 

214 

227 
248 
267 
.591 

lt3S 
198 


203 


233 


220 
161 


255 

108 
168 


138 
142 
226 

280 

261 
172 


Yam  numbers  and  ply. 


Warp. 
W 


FiUing. 


finish. 


Invoice  prices  of  about  Oct.  1, .  Invoice  prices  of  about  May  1, 

1013.  loao. 


22/1  hardt^Hsted  

27/1  

33/1  

77/1,  82/2  

41/1  bleached,  80/2  dyed  

67/1,68/2..  

57/1,  45/2  

44/1  dved..  

102/2  bleached,  J0/2aud  2g/4KtaidMd 

and  mercerized;  55/2  dyed. 
6^1  bleached,  86/7  dyed,  72/2  bleached, 

roiereerisod. 

5i/l.  

63/1,  55/2  in  ootds.  

74/1...  

150/2,70/1,62/2,51/2  

109/1,39/2  

10^1, 101/3  -  


21/'l  hard  twisted  |  Bleached. . . , 

3VI   Unbleached 

31/1   Bleached.... 

90/1,  11/1  1  do  

41/1  bleached  !  Ordinary.-, 

78/1, 17/1  1  Bleached..., 

43/1  1  Printed  

55/1  bleached   Ordinary  




56/lbleadked.. 


as/i  

65/1  

5f</i  

152/1,6^1 

147/1  

140/1  


.do. 


I'nblcacllBd   

Bleached,  menMlsed. 

Printed  

Bloodied,  ramertsed.. 

Blcadiad!  

 4ol  


44/1  bleached,  4^/1  Jyed.  40/2  dved 
cord  base,  86/2  dyed  cord  base,  76/2 
dyed  leno  whin  thread. 

11V2  hkm^f  lU/2  dyed  


OVl  bleiidiod. 


144   Novelty  yam  composed  of  2S^,  14/1, 

and  2S/1. 

264    114/2  dyed,  30/4  novelty  yam  bleached. . 


104/1 
9^1- 


74/2  bleached,^  dyed. 


lOS/2  bleached. 


Ordlairy. 
 do.... 


Novelty  vam  composed  of  2^,  1^1*  Pleeedyed. 

and  28/i. 

134/^  dyed,  30/4  novelty  yam  bleached.  Ordinary... 


115/1,  30/1  (estimated) 
138/1,  20/1  (estimated) 


58/1,  30/5  cord;  lappet  yam,  30^3  

103/2  hard  twisted,  bleached:  lappet 
yarn ,  40/2  (estimated)  bleached, 

mercerized. 

64/1  dved  


1 28,/2  bleached :   swivel   yarn .  60/3 

(estimated),  mercerized,  dyed. 
71/1  


63/1  bleached.  

101/0  bafdtiristod  

13^  ISMUeaehed. 

138/2  bleached,  138/2  dyed, 


101/1  bleached,  mercerized;  lanpet 
varn,  40/3  (esUmated),  meiterlzedf 
dyad. 


173  .  65/1 


37  7S/1  

128  34/1  

122  22/1  

226   12/3  grsndi^De. 

153  :  25/1....  

83  68/1..-!  

350    41/2  dyed.  

310  ;  16/2....  

210  ;  37A  


59/1  hard  twisted,  bleached;  swivti 
yam,  40/2  (estimated),  mereerlxed. 

iiyed. 

55/1  dyed;  swivel  varn,  40/1  (esti- 
mated), mercerized,  dyed. 

OQ/l  bleached;  swivel  yam.  70/1  (esti- 
mated), mercerized,  dved. 

93/2  hard  twisted:  swivel  yam»  1^ 
bleached,  mercerized. 

108/2  bleached;  swivel  yarn,  30|f2  (OBtt- 
mated),  mercerized,  "dyed. 

120/2  bleached;  swivel  varn,  40/3  (esti- 
mated), mwerized.  flyed. 

13^/1  bleached;  swivel  vam,  40/3  (esti- 
malad),  tiieadied,  memniad. 


83/1  

80/1  

3.5/1  

24/1  

12/2  dyed  

26A  

58/1. 10/1...  >.  

5/1  dyed.  80/1  dved  

23/1,  23/i  plla  (estimated). 
00/1,  ooa  9ilO  (eottmated). 


Clipped,  bleached,  and  starched. 
 do  


cupped  

Bleached  and  pllnted. 
Clipped  


.do, 


....do  

diwedtfeiaaoM 
Qipped  

 do  

....do  , 


Bleached,  coated,  glazed  

Bleached,  coated  

Dyed,  coatod,  embossed  

Dyed,  iille;!.  beetled,  glazed  

Ordinary  (iionpnx-essed)  

Bleached,  starched,  calendered. 

Clipped,  bleadied...:.  

Ordinary  

Cut,  dyed  

.....dOb.«.*  


Per 

linear 
yard. 


Sa3600 
.1175 
.1450 

.1620 
.1300 
.1500 
.1300 
.1300 
.1630 

.118B 

.090 

.1090 

.2310 

.7910 

.1010 

.2100 


366 


.25 

.46 

.65 


.206 
.100 


.182 
.773 


.200 
.165 


.61 
.46 

.43 


.152 

.092 

.128 

.118 

.426 

.228 

.20 

.60 

.385 


Per 

square 
yard. 


$0.  2805 
.1128 
.1338 
.20*?3 
.1463 
.1930 
.1064 
.1350 
.16ti 

.1334 

.0831 
.1901 
.2772 
.7910 
.0626 
.2016 


•2143 

.«M6 

.5572 


.1612 
.0839 


1724 
7136 


2286 
1886 


4302 

3877 


1478 
0613 
1152 
0885 
2556 
228 
,180 
432 
.4863 
.6134 


Per 
pounds 


$1.0.320 
.4007  I 
.4365  < 

.3629  ; 
.5850  1 
.4305  ' 
.4251  ' 
.9000 


.8112 

.4914 
1.0495 
1.5546 
2.5549 

1. 1019 
2.6880 


1.6306 
1.60S0 


i.2066 


1.9096 
1.3420 


2.6607 

1.8400 
5l4342 


2.2180 
Z0823 
2.020 
3.6806 

3.8230 

5.6406 


.9090 
1.4039 
.4851 
.2537 
.2684 
.8550 
Z0680 
.5700 
.5352 
1.13S7 


Per 
linear 
yard. 


6a  345 

.400 
.583 

1.703 
.324 

1.683 
.771 
.476 

.m 

.7117 

.228 
.629 
.935 
2. 555 
.441 
.560 


.736 
.715 

LSOO 

2.061 


.406 


t5M 

.73 
L5Q 


.85 
.76 
LOS 

2.118 
1.380 


.68 
.42 
.48 
.75 
2.393 
L39 
.58 
2.38 
1.65 
1.706 


Per 

square 
yard. 


6a  8226 
.38'0 
.5381 

2.1896 
.3645 

2.1639 
.6308 
.5355 


.6607 

.2105 
.7076 
L1220 
2.556 
.3608 
.5376 


L2831 
1.7666 


.6277 
.3212 


1.4627 

.6916 
1.3616 


.9715 
.8686 
1.7615 
2.1666 
1.8507 
1.2739 


.6616 
.280 
.432 
.5626 

1.4358 

1.30 
.522 

1.7136 

Z0840 


pound.* 


fi.  im 

L3640 
L7548 
3.8147 
1. 4580 
4. 8302 
2.5212 
.a.  5700 
&66I2 


Country  of 


France  

England... 

....do  

 do  

 do  

 do  

 do  

,  do.  


.dou. 


1. 2449 

3.  50.'.! 
6. 292) 
8.2559 

4.  *<113 
7. 1660 


 do  

 do  

France  

England  

Switzerland. 

 do.  


Sam- 


&4483  SwilaaJand... 


7. 4345 
5.1400 


12.6454 


7.3803  England. 
ia5450  Franoa... 


0.^ 
a5012 
13.66CI 

i7.im 

ia520l 

18.5334 


4.0664 
a4002 
1.8192 
1.6125 
1.5076 
5.2125 
&0682 
2.2610 
2.2035 


Switzerland. 
 do  


....do,... 
....do.-.. 


England 
France.. 
England 
Scotland 
England 
Ireland.. 
Scotland 
France . . 
England 


60 
61 
62 
63 
64 
65 
66 
67 


70 
71 
72 
73 
74 
75 


n 

77 

76 
76 


80 
81 


83 
64 


85 
86 
87 


00 


91 
92 
93 
94 
95 
06 
97 
9S 


1  Official  average  yam  number  obtained  by  ' '  straight  Hne''  system  which  disregards  contraction  and  sizing  and  considers  length  of  yam  to  be  Its  length  as  measured  in  the  doth. 

id. 

aT«R6iB  yam  ooimt  oMatiMd  on  thio  ofigM 


FonnidaA'-* 


BYT 


840 


5385^-23.  (fWMra9.a.)  No.  2 


REDUCTION 

RATIO 
10:1 


a 


a 


PM-MGP 

METRIC  GENERAL  PURPOSE  TARGET 

PHOTOGRAPHIC 


150  mm 


4 


o 


^^^^ 


PRECISION'''  RESOLUTION  TARGETS 


A&P  International 

2715  Upper  Afton  Road,  St.  Paul,  MN  551 19-4760 
612/738-9329  FAX  612/738-1496 


M 

>- 


if) 
OH 

o 

Q- 

o 


UJ 
Q 
O 
CQ 
< 


Tablx  1.— 100  typical  coUan  e!oA$  imperted  mfo  the  Vhiiei  Siatm-^kmiinueA. 


Sam- 
ple 
No. 


Trade  name  of  dottu 


60 
61 
62 
63 
64 
65 
66 
67 
6S 


Dobby  and  Jacquard  cMkB. 

Cr^ne  

Bedford  cord  

Steep  twill  

Fancy  piqu^  

Fancy  oxford  shirting  

Pique  vesting. 

Bedford  cord  

Coiored  Jacquard  shirting  

Fancy  striped  Toile.  


69  I  Dobby  shirting  stripy. 


70 
71 

72 
73 
74 
75 


Sateen  brocade  

Jacquard  shirting  

Sateen  brocade  

Fancy  piqu6  shirting  

Thread-stripe  organdy  

Trsnsparein  oigtttdy  chedE. 


Lenos. 

76  1  Btusian-coffdsbirting. 


77 

78 
79 


80 


82 

83 
81 


85 
86 
87 
88 
89 
90 


91 
92 

93 
94 
ftS 

96 
97 
98 
99 
100 


Fancy  leno  voile.  

Rating  or  sponge  cloth.  

Fancy  novelty  voUe  


Tacquafd  dipped  fancy 
Qlp^ollnnL  


Swivel  and  lappets. 
Fancy  swivel  voile  (1  color).. 


Two4hane  lappet  

PlametlB  cr^  (lappet  and  swivel) .  - . 

Dotted  SWISS  (red  dots  on  blue  ground) 

Dotted  SWISS  (itee  dots  on  ndiito 

ground). 

Plumetis  crfipe  

Fancy  swivel  voile  (7  colors)  

FMicy  swivel  vdle  (3  cdofs)  

Fancy  swivel  and  lappet  (1  color)  

Oiieon  r/offtt  provided /or  eo  imiiiie. 

Tracing  cloth  ^  

Near  ii^ss  

Book  cloth.,-  

Window  hc4Iand.  

Anto  top  dmtt  (waterproof) . . 

Cotton  table  damuik.  

Madras  musUn   

C3tton  tapestry  

Cordnrov  

Velveteen  


I .... . 


Official 

average 
yam 

W  111  111 

in 
inches. 

B 

linear 

yards 
per 

pOuIIU. 

Y 

Sqoan 

yards 
per 

8 

Ounces 

per 
square 
ywu 

Z' 

TCfH^ft  Ami 

nfplrc  nflff 

sanani  inA. 

Total 

single 
threads 
per 

o^j  not  V 

inch. 
T 

A' 

16 

38| 

3.44 

3.68 

4.35 

57  by  47  

104 

28 

871 

3.41 

8.55 

4.60 

103  by  80.... 

183 

30 

39 

3. 01 

A  AA 

3.26 

4.  91 

^  AO  lv«  A  A 

148  Dy  d4  

32 

28 

2.24 

1.74 

9.18 

155  by  223.. - 

429 

40 

32 

4.50 

4.00 

4.00 

144  by  90.... 

236 

40 

28 

2. 87 

2.  23 

7.  17 

135  by  230... 

416 

47 

44 

3.27 

4.00 

4.00 

144  by  104... 

272 

47 

32 

7.50 

6w67 

%¥i 

90  by  75.  .. 

165 

» 

88 

&51 

&t7 

2.86 

80  by  56  

218 

86 

32 

6.84 

6.08 

2.88 

108  by  88.... 

214 

58 

39 

5.46 

5.92 

2.70 

87  by  140  

227 

59 

32 

6.21 

5.52 

2.90 

124  by  118... 

248 

64 

30 

6. 73 

5. 61 

2.85 

168  by  99.... 

267 

82 

36 

3.23 

3.23 

4.95 

221  by  24ii...i 

P  A"! 

591 

96 

44 

10.91 

13.33 

L20 

90  by  68. 

168 

111 

12.  SD 

18.88 

1.20 

97bv81 

186 

46 

32 

5.89 

5.24 

3.06 

101  by  So.... 

203 

Aft 

7  62 

1.88 

64bv52  i 

232 

15 

39 

2.17 

2.85 

8.80 

18  by  18  

144 

85 

42 

6.47 

7.65 

Z12 

66  by  62  

264 

111 

46 

9l27 

11.85 

1.85 

80  by  140.... 

220 

UO 

451 

13.88 

li.08 

L80 

88  by  70  

161 

86 

» 

8.19 

8.65 

1.S5 

61+)y  62  

255 

49 

^8 

10.11 

10.67 

1.50 

59  by  43  

108 

55 

39 

7.03 

7.61 

2.10 

58  by  52  

168 

OI 

OX] 

1 1  HQ 

XI*  I/O 

Q  7n 

1  65 

TO  hv  .19 

138 

vl 

11  Hi 

1-15 
A.  w 

K2hvfi0 

142 

Aval 

HQ 

a.in 

7  M 

2.27 

58bv54 

226 

7  02 

2  00 

73  bv  67 

280 

88 

41 

7.80 

&88 

L80 

70  by  60  

261 

107 

88 

13.43 

14.55 

1.10 

88  by  75  

172 

4  70 

37 

5. 98 

6.15 

2. 60 

87  by  86  

173 

465 

54 

15.26 

22. 89 

.70 

19  by  18  

37 

4  32 

40 

3.  79 

4.  21 

3.  SO 

66  by  56 

122 

4  19 

48 

2, 15 

2. 87 

5.  58 

67  by  55  

122 

10 

6d 

.63 

1.05 

15.  30 

.54  by  32  

226 

25 

36 

3. 75 

3.  75 

4. 27 

73  bv  SO  

153 

41 

40 

10. 29 

11. 43 

1.40 

42  bv  41  

i  83 

20 

50 

.95 

1. 32 

12. 10 

139  bv  72.... 

350 

15 

28} 

1.39 

1.10 

14.54 

42  by  232.... 

316 

23 

1 

27 

2. 95 

2.  21 

7.23 

84  by  156.... 

240 

Yarn  numbers  and  ply. 


Warp. 
W 


FOUlif. 
F 


22/1  lutfd  twisted  

27/1 . - ..•.■.••«.■«••■**«*.•.•.•**•*..• 
33/1 _.  ...*.**««.«.•.■..••■**•......... 

77/1,  82/2  

41/1  bleached,  80/2  dyed  

67/1,  68/2. 

57/1,45/2  

44/ldved..  

102/2  bleached,  J 0/2  and  29/4  bleached 

and  mercerized;  55/2  dyed. 
62/1  bleached,  86/2  dyed,  t2/2bleadied, 

mieroerised. 

5i/l.  

63/1, 55/2  in  coards  

74/1  

150/2,  70/1,  62/2, 5i/2  

109/1,39/2  

10^1,101/3  


21/1  hard  twisted   Bleached  

  Unbleached  

31/1  '  Bleached  

90/1,  11/1  1  do  

41/1  bleached.  i  Ordinary  

78/1,  17/1   Bleached  

43/1   Printed  


55/1  bleached., 
5V1  bleached. 


56/lhieaelied. 


Ordinary. 
 do.... 


.do.. 


68/1  1  Unbleached  

65/1  1  Bleached,  mercerised  

58/1  ;  Printed  

15?/1,  6^1  1  Bleached,  meroeffzed. 


117/1 
14(V1 


Bleacted.  


44/1  bleached,  44/1  dyed,  40/2  dyed 
cord  base,  86/2  dyed  cord  rase,  71^ 
dyed  leno  whin  thread. 

111/2  bleached,  111/2  dyed  


61/1  bleached. 


Novelty  yam  composed  of  2^,  li/l, 

and  28/1. 

11^2  dyed,  30/4  novelty  yam  bleached. . 


104/1 
08/1. 


102/2  idsaAed. 


Novelty  vam  compoaed  of  1^^, 

and  28/1. 

134/2  dyed,  30/4  novelty  yam  btadied. 


115/1,  30/1  (estimated) 
188/1, 2(V1  (estumated) 


74/2  bleached,  42/3  dyed, 


58/1,        cord;  lappet  yam,  30/3  

103/2  hard  twisted,  bleached;  lanpet 
yarn,  40/2  (esCiBiated)  bleaelied, 

mercerized. 
64/1  dyed  


128/2  bleached;  swivel  yarn,  60/3 
(estimated),  meroeriied,  dyed. 

71/1 


63/1  Reached  ^  

101/2  hard  twisted.  

132/2  dyed,  132/2  bleached  

138/2  Reached,  m/2  dyed  

101/1  bleached,  mercerized;  lanpet 
yarn,  iOfi  (estimated),  mercerized, 

(iysd. 


65/1  

72/1  

34/1  

22/1  , 

i2/3gr8n^MIe...  

25/1....  

68/1...^.  


59/1  hard  twisted,  bleached;  swivel 
yarn,  40/2  (e8tlimled)i  meveeHsed, 

dyed. 

55/1  dyed;  swivel  vam,  40/1  (esti- 
mated), mercorirod,  dyed. 

90/1  bleached;  swivel  yam,  70/1  (esti- 
mated), mercerized,  dyed. 

93/2  hard  twisted:  swivel  yam,  1^ 
bleached,  mercerized. 

136/2  bleached;  swivel  yam,  30/2  (esti- 
mated), mercerized,  dved, 

120/2  bleached;  swivel  vam,  40/3  (esti- 
mated), mf^rcerlzed.  ayed. 

134^1  bleached;  swivel  vam.  40/3  (esti- 
mated), bleached,  mercerized. 


83/1  

60/1  

35/1  

24/1  

12/2  dyed  

26/1  

58/1,  10/1..   

5/i  dved,  80/1  dved  , 


Ordinary. 


.do. 


Fkeedyed. 

Ordinary... 


lOeadDed,  and  starched. 


Clipped 


Bleached  and  printed. 
CUpped  


 do....-  

 do  

Oipped,  bleached 

Clipped  

 do  

 do  


41/2  dyed...  ,  , 

16/2   23/1 ,  23/1  pile  (estimated) 

37A   50A,  50/1  pile  (estimated) 


Bleadied.  coated,  glased  

Bleached,  coated  

Dved.  coated,  embossed  

Dyed,  filled,  beetled,  KlaTod  

Ordinary  (iionprocessed")  

Bleached,  starched,  calendered  

Glioped,  bleacibed....  ;  

Ordinary  ,  

Cut,  dyed  

 do.  


Invoice  prices  of  about  Oct.  1,1  Invoioapricesofabou 
1913.  1920. 


265 
25 


206 
106 


888 

182 
778 


200 
165 


49 
4& 


.152 

.002 

.128 

.118 

.426 

.228 

.20 

.60 

.385 


.2148 


•8872 


.1612 


L5606 
L80a0 


•2837 

.1724 
•  7185 


1886 


4302 
3877 


•1178 
.0613 

.1152 

.0885 

.2556 

.228 

.180 

.432 

.4863 

.5184 


4.3866 


1.9096 
1.3420 


2.5807 

1.8400 
&48^ 


2.2180 
2.0623 
2.5129 
8.6501 
3.8220 
5.6106 


t 


•  9090 
1. 4039 
.4851 
.2537 
.2684 
.8550 
2.0580 
.5700 
.5352 
L1857 


•  780 
•715 

L880 
2.061 


.802 
.406 


L544 

.73 
L50 


.85 
.76 
LOS 

2.118 
1.880 


.68 

.42 

.48 
.75 
2. 393 
1.39 
.58 
2.  3S 
X.65 


BYT 

lOffidalaverageyarnnniiawr  obtained  1^ ''Straight  line"  system  wl^  Formula  A'l- 

2  Price  per  pound  obtained  by  multiphtogpriceperllnear  yard  by  linear  yards  per  poimd.  .  ^    .    .  •  .    ,     .  i.^ 

« After  removal  of  excess  sizing  this  fabric  wei^  about  8.88  linear jrards  per  pound,  and  average  yarn  count  obtamed  on  this  ongmal  weight. 
4  Based  on  weight  of  original  doth  before  bebg  sized,  or  fiOid. 


Per 

A  va 

lineflr 
vard 

Per 

A  va 

vard 

Per 

pOODd.* 

Per 
linear 
vard. 

i 

Per 
square 
vard. 

oaaooo 

8a  2865 

8L  6320 

8a  346 

8818226 

.1175 

.1128 

.mi 

.-•00 

.380 

.1450 

.1338 

.4865 

.583 

.5381 

.1620 

.2083 

.9629 

1.703 

2.1896 

.1300 

.1463 

.5H50 

.324 

.  3645 

.1500 

.1930 

.4305 

L683 

2.1639 

.1800 

.1064 

.4251 

.771 

.6308 

.1200 

.1350 

.9000 

.476 

.5355 

.1670 

.1542 

.9202 

.973 

.8981 

.1188 

.1S8A 

.8112 

.7117 

.8807 

.080 

.0681 

.4014 

.228 

.2105 

.1690 

.1901 

1.  0^95 

.629 

.7076 

.2310 

.2772 

1.5546  1 

.935 

1. 1220 

.7010 

.7010 

2.5548  1 

2.556 

2:556 

.1010 

.0826  ■ 

1. 1019 

.441 

.3608 

.2100 

.2016 

2.6880 

.580 

.5376 

.8213 
.6129 

L2881 
L7B66 


.6277 
.3212 


L4627 

.6916 
L8846 


.0715 
.9686 
L7815 
X1668 

1. 8597 
1.2739 


.«16 

.280 
.432 
.5626 
1.4358 
1.39 
.  522 
1.7136 
2.0840 
XS707 


(F 


I 


eolcioQi* 


Official 
number. 


guard  eloth*. 


ig  


rting  


dy  

y  check.. 

03. 
«-  


oth.  


ncy. 


lappeU, 


ot9  on  blue  groond). 
e  dote  on  wiAU 

(Teolfivs)  

(3  colors)  

ppet  (1  cedar)..*.. . 

ded  fair  eo  nomine. 


erproof) 

k*.*. a . * • 


16 
2S 

ao 

32 
40 
40 
47 
47 
56 

06 

58 
59 
64 
82 
96 

m 


46 


Width 

in 
inches. 


B 


15 


111 
UO 


86 
66 


57 
67 


197 


*70 
«65 
4  32 
4  1» 
10 
25 
41 
20 
15 
23 


46 
46i 


36 

38 
86 

30 
41 

4^ 


37 

54 

40 

48 

60 

36 

40 

50 

28J 

27 


Linear 
yaids 

per 
pound. 


38i  i 

37) 

39 

28 

32 

28 

44 

32 

30 

32 

39 
32 

ao 

36 
44 
37J 


32 
68 

39 


3. 44 
3.41 
3.01 
2.24 
4.50 
2.87 
3.27 
7.50 
6.61 

6.S4 

5.  46 
6.21 
6.73 

3.23 

laoi 

12.80 


&80 
7.62 

2.17 
6.47 


9.27 
12.66 


&16 

lOill 
7.06 


ILOO 
1^62 

6. 51 
7.02 
7.80 

13.43 


5. 98 
15.26 
3. 79 
2.15 
.63 
3.75 
10.29 
,95 
1.39 

X96 


yards 

per 
pound. 


3.68 
3.55 
3.26 
1.  74 
4.00 
2.23 
4.00 
6.67 
&97 

6.08 

5. 92 
5.52 
5.61 
3.23 
13. 3:^ 
13.83 


6.24 

aso 

2.35 
7.55 


11.85 
HOD 


&65 

10.67 
7.61 


9^70 
11.04 

7.05 
&02 
8.88 

14.55 


6.15 
22. 89 
4.  21 

2.  87 
1.05 

3.  75 
11.43 

1.32 
1. 10 
2.21 


Ounces 
per 

square 


4. 35 
4.50 
4.91 
9.18 
4.00 
7.17 
4.00 
2.40 
2.66 

2.63 

2. 70 
2.90 
2.85 
4.  95 
1.20 
L20 


1.80 


1.35 
LOO 


1.85 

1.50 
2.10 


L65 
1.65 

2. 27 
2.00 
LOO 

1. 10 


2.60 
.70 
3.80 
5. 58 
15. 30 
4. 27 
1.40 
12. 10 
14.54 
7.23 


Tabui  In— 100  tufkal  coUon  clothi  imparted  iMo  the  United  States— Coatianed. 

[Cloth  particulan  and  tnroiee  prices.] 


Ends  and 
picks  per 
sqnaiouMii. 


E/P 


Total 

single 
threads 

per 
square 


57  by  47  

103  by  80  

148  by  64...  J 
155  by  223... 
144  by  90....' 
135 by  230... 
144  by  104..., 

90  by  75  

80  by  86  | 

103  by  88.... 

87  by  140.... 
124  by  118... 
168  by  99.... 
221  bv  248-.- 

90  by  68  

97t^M  


3.061  lOlbySa.... 
64  by  52  


6.  SO  '  18  by  IS. 
Z12  66by62. 


80  by  140. 
8219^79.. 


61^y62. 

59  by  43. 
56  by  52. 


70  by  59. 
82  by  60. 

59  by  54. 
73  by  67. 
70  by  60. 

93  by  75. 


87  by  86.. 
19  by  18.. 

66  by  56.. 

67  bv  55.. 
54  bv  32.. 
73  bv  80., 
42  bv  41.. 
139  by  72. 
42  by  232. 
84  by  156. 


104 
183 
212 
429 
236 
416 
272 
165 
218 

214 

227 
248 
267 
591 
168 
198 


203 
232 

144 
264 


220 
161 


255 


Yam  moAmaEid  ply* 


Warp. 
W 


22/1  hard  twisted  

2//1..;  

77/i/82/i.''!!!!"!!!""!!*!!"!!'"!!, 

41/1  bleached,  80/2  dyed  

67/ 1 J  68/ 2.  •.•••»•. 

57/1,  45/2  

44/1  dved.:  

102/2  bleached,  JO/2  aud  29/4bleacll6d 

and  mercerized;  55/2  dved. 
62/1  bleached,  86/iJ  dyed,  72/2  bleached, 

meroeritfBd. 

(jS/ly  55/2  in  cords  

74/1...  

1.5n/2,  70/1,  62/2.  5V2  

109/1,39/2  

lO^^y  10^/3.  .•**.•«.••*•.•....••..•••** 


WBbi§» 


21/1  hard  twisted 

38/1  

31/1.  -  .....<■..•.. 

90/1,  11/1  

41/1  bleached  

78/1,  17/1.... 

43/1  

55/1  bleacbed  

6V1 


56/1  bleached. 


6jyi  

66/1  

5^1  

152/1,  68a  

147A...'  

14fi^^  .....< 


44/1  bleached,  44/1  dyed,  40/2  dyed  i  6J/1  bleached. 

cord  base,  86/2  dyed  cord  base,  76/2 

dyed  leno  whin  thread. 
lU/2  bteaebod,  111^  dyed  


Bleached  

Unbleadied — 
Bleacted.. 

 do.  

Ordinary  

Bleached  

Printed  

Ordinary.  

••••«do.. 


• . .  *  I 
t .  •  ■  i 

. .  •  * ' 

'  •  •  >  I 


I . . .  •> . . 


do. 


Unbleached   

Bleared,  mercerised. . 

Mnted  

Bleached,  mercerized.., 

Bleaebed..   

do. 


1*. «..«....' 


Novelty  yarn  coinoosed  of  28/2,  14/1, 
and  28/i. 

114/2  dyed,3(y4noyelty  yom  bleached*. 


104/1 
96/1. 


74/2  bleached,  42^3  dyed. 


108    58/t.  30/5  cord;  lappet  yam,  30/3  

168    103/2  hard  twisted,  bleached:  laupet 
yarn ,  40/2  (estimated)  bleached, 
mercerized- 
138  64/1  dyed  


10^2  bleached. 


Ordinary. 
....do.... 


Novelty  vam  composed  of  28/2,  14/1,  I  Piece  dyed. 

and  2S/i. 

13V^  dyedi  30/4  novelty  yam  bleached.]  Ordinary. 


115/1, 30/1  (estimated) 
168^2i^(eMliii6ted} 


I . .  V  ■ . . « I 


cupped,  Uaaebed,aBd  starAed. 

>  a  .  a  .  WV  ^  •  a  ....  I 


1^ 

226 
280 
261 

172 


63/1  Readied  

101/2  hard  twisted  

13^2  dyed,  1312/2  bleached  

l3fl/2b|Mdi6d»lM^dy6d  

101/1  bleached,  mercerized;  lanpet 
varn,  4(^6  («sllni«ted),  m«miaed» 
dyed. 


128/2  bleached;   swivel   yarn,   60/3  |  Clipped 
(estimated),  mercerised,  dyed. 

71/1  

59/1  hard  twisted,  bleached;  swivel 
yam,  40/2  (estimated),  mereerixed, 
Syed. 


173  .  65/1  

37  72/1  

122  34/1  

122    22/1  '  

226    12/3  grandrelle  

lo3  25/1  •  • 

S3  ,  68/1  ...1. ...•••.*.*>. 

350    41/2  dyed  

316  16/2.. 

240  I  37/1--..,-.. 


>.*.*.*..< 


I... ...... I 


55/1  dyed;  swivel  yarn,  40/1  (esti- 
mated), mero^ised,  dyed. 

90/1  bleached;  swiA^el  yarn.  70A  (esti- 
mated), mercerized,  dyed . 

93/2  hard  twisted:  swivel  yam,  19/2 
bleached,  mercerized. 

136/2  bleached;  swivel  yarn,  30/2  (esti- 
mated), merceriMd,  dyed, 

120/2  bleached;  swivel  vam,  40^9 
mated),  mercerized,  ilyed. 

13^1  bleached;  swivel  vam.  40/3  (esti- 
nftted)»  Iteited^  tDenerisML 


$3/1 • .  ••.•■•«•.•....*.••.•*..>*••.«.*• 

60/1 .•.■«•«•.........•••...*.....■*..* 

3.?/l . .  .**••.«*..*...•..........••..*■• 

24/1 .  • .....•.............>.*...»..*>.• 

12/2  dyed  

26/1 . . ......_..•■..•■*..■..•>>...•..«■ 

58/1,  10/1...:-.  

5/1  dved,  80/1  dyed  

23/1,  23/1  pile  (estimated')  

50/1, 50/1  pile  (estimated)  


Bleached  andpiintod. 
Clipped  


...do  

• 

....do  

Clipped,  Ueadiad 

Clipped  

....do  

....do  


Bleached,  coated,  glazed  , 

Blea?hed,  coated  

Dved.  coated,  embossed  

Pvod.  filled,  beetled,  glared..... 

Ordinary  (nonprocessed)  

Blea'^hed.  starched,  calendered . 

Clinped,  bleached  

Ordinary  

Cut,  dyed  

 do  


>....'...< 


Invoiee  pricwof  about  Oel.  1, 


umber  obtained  by ''strid^BDe'^^alrai^di^flregardaem  If^^BaxOm^'^ 

ned  by  multiplying  price  per  Ifawar  yard  by  linMkT  yards  per  pora  ^  ^  *U4- 

s  sizing  this  fabric  weighs  about  8.88  linearjfards  per  p«iidi»      amafa  ytm  eooat  obtgine&oa  tbia  od|^  w^t. 

ginal  doOk  before  boLog  sized.or  fiUed. 


BYT 
840  ' 


Per 
linear 
yard. 


$0.3000 
.1175 
.1450 
.1620 
.1300 
*U00 
.1900 
.1200 

Am 

.090 
.1690 
.2310 
.7910 
.  1010 


265 
25 

65 


206 

m 


309 

182 
773 


200 
165 


52 
48 


.152 

.092 

.128 

.118 

.426 

.228 

.20 

.60 

.385 

.385 


Per 
square 
yard. 


|a2805 
.1128 
.1338 
.2083 
.1463 
.1930 
.1064 
.1350 
.1542 

.im 

.0831 
.1901 
.2772 
.7910 
.0826 
.2016 


.2082 


.4566 
.4902 
.3877 


.1478 

.0613 

.1152 

.0885 

.2556 

.228 

.180 

.432 

.4863 

.5134 


Per 
pound.* 


bmicapcfectol«boiil  May  1, 


$1.  a320 
.4007 
.4365 
.3629 
.5850 
.4305 
.4251 
.9000 
.2202 

.8m 

.4914 
1.0495 
1. 5546 
2.5549 
1. 1019 
Z6$80 


1.560S 


.2143  1.9050 


.42iB 

.5572 


.1612 


2927 

1724 
7135 


.2286 
.1886 


4.2055 


1.9096 
1.3420 


1.8400 
5.4342 


2. 2180 
2.0823 

xsm 

3.6504 
3.8220 


.9000 

1.4039 
.4851 
.2537 
.2684 
.8550 

Z0580 
.5700 
.5352 

1. 1357 


.730 
-715 

1.190 

2.061 


.802 
.406 


2. 5307  I     1. 544 


.73 
1.50 


.85 
.76 
LOS 
2.47 
2.118 
L399 


.42 
.46 

.75 

393 
1.39 
.58 
2.38 
1.65 
1.708 


.8213 
.6129 

Lam 

L7666 


.6277 
.3212 


1.4627 

.6916 
L3846 


.9715 


Lms 

2.1688 
L8697 

Lsno 


.6616 
.280 
.482 
.5626 

1.4358 
1.39 
.522 

1.7136 
2.0S40 
2.2707 


Per 

linear 
yard. 

Far 

square 
yard. 

1  Per 
pound.' 

$0,345 

$0. 3226 

$1.  IS68 

.m 

.38'0 

1.  36-10 

.583 

.  5381 

1.  75^8 

1.703 

2.1.S96 

3.8147 

.324 

.3645 

1.  4580 

1.6S3 

2, 1639 

4.  8302 

.771 

.6308 

2.  5212 

.476 

.  5355 

3.  5700 

.973 

.8981 

5u3612 

.7117 

.8197 

4.8089 

.228 

.2105 

1.2449 

.629 

.7076 

3.9061 

.935 

1. 1220 

6.2925 

2.556 

2.556 

8.2559 

.441 

.3608 

4.8113 

.560 

.5376 

7.1680 

4.2007 

&44S3 

8.M88 

13.3347 


7.4345 
&1400 


12.6454 

7.3803 
ia54S0 


9.4265 
9.5912 
1&864S 
17.3394 
16.5204 
1&8884 


4.0864 

6.4092 
1.8192 
L6125 
1.5076 
5.2125 
5.9682 
2.2610 
2.2935 
5.0238 


Ooontry  of 


France.. 
En^and. 

 do... 

 do... 

 do... 

 do... 

 do... 

 do... 

.....do.... 


 do  

 do  


SwitzerUmd. 
.••••do....... 


ICwijaitd  ■  ■ ,  ■ 
Switaedand. 


FkMOO. 

,  dow. 


France  

England  

Fnanee  

Swltaerfand^. 
do 

.  •  .  •  bVMP  ....... 

Imapft.  

 do....... 

 do  

••■  ■  .do*  •  *«•'.« 


En^and. 

France.. 
England, 
SoMand 
England 
Ir^nd.. 
Scotland 
France. . 
England 
 do. 


••• . .  • 


Sam- 

SI 


(FoUovrs  p.  3.)  NO.S 


Tabu  2^'-OmkimindiifpUtUi3(^^  UnUed  Statu. 

[Contrast  of  tailt  tettfls.] 


1 

2 
3 
4 
5 
6 
7 
8 
9 
16 
11 
12 
13 
14 
15 
16 
17 
18 
19 
20 
21 
22 
23 
24 
25 
26 
27 
28 
29 
30 
31 
32 
33 
34 
35 
36 
37 
38 

3d 

40 
41 


42 
43 

44 
4o 
46 
47 

48 

49 
50 
51 
52 

53 
54 

00 

56 
57 
58 
69 


Trade  name  of  cloth. 


PWn  cloths,  woven  tviih  uttbleachcd 


Dmnet  coffin  lining.  

Linen  substitute  

Moleskin  C6-haxness  filling  sateen) 

Ortpe  

Tension  rep  

Japanese  crSpe  

Penelope  canvas  

Longcloth  


Shirting  

Cootil  (herring-bone  twill)  

Corded  shirting  

Single  voile  

Sleeve  lining  (5-harness  warp  sateen) . . 
Embroidery  muslin  (renter  selvage)... 

Venetian  (8-liamess  warp  sateen)  

Cambric.  

Matte  shiitbg.  

Cambdc.  

Semi-voito  

Warp  sateen  (^harness)  

Poplin  ^  

Typewriter  camlnric  

Ply  voile.  

Lawn  

Semi-voile  

Ply  voile  

Dimity  

Transparent  wgandy.   

Ply  voile  

Sheer  nainsook  

Ty  pewTitar  cambric.  

Cotton  mull  

French  lawn  

Ply  vefle  

Batiste  

Transparent  organdy 

Mmlin  

Ply  voile  

Transparent  organdy 

PlyvoOe-  

Cwfldaandl  


Color  classification. 


FMm  tMks,  woven  wUh  dyed  yams. 


Japanese  crepe  

Strioed  flannelet  (twUl). 

Tartan  plaid  (twilft  

Strir>ed  tickin  <  

Tartan  plaid  (twUl)  

Gin:cham  check  

Nankin  ticking.  

Shepherd  checK  (twiU).. 

Piai'l  L'intjham  

Corded  shirting,  stiiped. 

Striped  shirting  

Fancy  gingham  ehet^.. 

sohJ-i-oior  gingham  

Striped  shimng. . . . 

Fine  plaid  tringnam  

Poplin,  striped  

Warp-print  orApe  voile  


.aval 


Bleached  , 

 do.  

 do  , 

 do  

Printed  

Piece-dyed  , 

Bleached  

 do  

Printed  , 

Bleached  »  , 

 do  

Unbleached  

Printed,  me'-cerized . . . 

Unbleached  

Dyed,  mercerized. .... 

Unbleached  

Bleached,  meroiBrisecL. 

Bleached  

Unbleached  

Bleached,  mercerized.. 

Dyed,  mercerized  

Bleached  

Unbleached  

Piece-dyed  

Printed  

.....do  

....do  

Piece-dyed  

Bltenhed  

....do  

Unbleached  

Bleached,  meroeriied.. 

Bleached  

Printed  

Bleached, 

Bleached  

Unbleached  

Bleached  

...-do  

....do  


I.......... 


Yarn-dyed 

 do.... 

 do  

*  • .  •  ■  do . « ■ .  4 
.....do — 

 do. . .  *, 

 do.....   

* . . .  .do. ..**■•••«•«*•*««. 1 

 do  

 do  

 do  

 do  , 

 do  

 do  

 do  , 

Yarn-dyed,  mercerized. . . . , 
Yam-dyed  


Official 
aver- 
age 
yarn 
num- 
ber. 


14 
18 
18 
18 
19 
21 
26 
32 
36 
39 
47 
50 
51 
55 
55 
57 
61 
64 
69 
75 
77 
82 
86 
88 
91 
93 
95 
95 
96 
96 
98 
98 
100 
100 
101 
101 
106 
118 
121 
148 
2L9 


19 

20 
21 
24 
27 
28 
28 
29 
32 
33 
38 
39 
41 
46 
46 
59 
88 


Invoice 
price  of 
about 
Oct.  1, 
1913, 
taken  as 
normal, 

per 
poond. 


$0. 3326 
.3293 
.4037 
.8775 
.3136 
.7315 
.422^ 
.3187 
.6600 
.9667 
.5515 
1.3500 
.7688 
.4300 
.8653 
.SOU 
.  6510 
.  4735 
1. 3175 
.9729 
L1160 
.9411 
.  9443 
2. 3424 
L7054 
1.9925 
1.5435 
2. 8100 
1.6611 
1.4404 
1.2:^73 
1.18S3 
2. 5674 
1.3215 
1.3978 
2  3075 
1.0920 
2.0605 
2.1760 
L7620 


.6315 
.3399 
.6820 
.4897 
.8635 
.5710 
.4708 
.9412 
.7245 
.5121 
.7118 
.9134 
.9888 
1.1323 
1.2391 
.8692 
2.2225 


Tarifl  dtttioh  oBiag  Bflnaal  invoiee  prlM  Of 


Act  of 
1909,  per 
pound. 


10.0632 
.0980 

1 . 1615 
.3851 
.1379 
.3102 
.1276 
.1797 
.2666 

1.3867 
.2586 
.5500 
.3389 
.2384 
,4105 
.2669 
.3318 
.3887 
.5877 
.4658 
.5022 
.4570 
.3783 

L0300 
.6221 
.8637 
.6669 

1.3890 
.8002 
.6408 
.6091 
.6466 

1.2193 
.4882 
.6467 

1.0672 
.4669 

.mo 

.8399 
.7004 
L8S7a 


.2806 
.1259 
.2946 
.1980 
.3730 
.1845 
.1836 
.4003 
.2567 
.2025 
.3198 
.3229 
.4305 
.4821 
.5713 
.4150 
^.8890 
iL88t8 


Act  of 
1913,  per 
pound. 


$0. 0416 
.0112 
.0505 
.1097 
.6392 
.1097 
.0633 
.0478 
.0990 
.1450 
.1103 
.2700 
.1730 
.0860 
.1947 
.1002 
.1628 
.1184 
.2984 
.2432 
.2790 
.  2,588 
.2361 
.6442 
.4690 
.5479 
.4245 
.7728 
.4568 
.3961 
.3093 
.3268 
.7702 
.3963 
.4193 
.6923 
.3003 
.6180 
.6528 
.5286 
tOS68 


.0789 
.0510 
.1023 
.0735 
.1295 
.0806 
.7062 
.1412 
.1087 
.0768 
.1068 
.1370 
.1978 
.226.5 
.2478 
.19o6 
.6112 


Act  of 
1922,  per 
pound. 


|0.0(B0 

.0810 

.0810 
1.1536 

.1045 
1.1577 

.1170 
« . 1434 

.1980 
1.2199 

.2220 
1.3038 

.2915 
».1935 
S.3894 
V2255 
S.2930 
«  ,  2131 
1.3590 

.3000 

.4605 
«.4235 

.4130 
1.9370 
1.6822 
1.7970 
1  .6174 
11.1240 
1.5482 

.5160 

.4790 

.5280 
1  .8472 
«.5947 

.5460 
1.7615 
*  .4914 
1.6800 
1.7181 
S.7929 
1L40M 


1.1322 
.1100 
1.1812 
.1516 
1  . 2456 
.1825 
.1540 
1.2:35 
1.2173 
.1815 
.2090 
1  .2940 
1 .3146 
1.3:^26 
1.4259 
.3.50 
1.8800 
U.7S14 


Act  of 
1909,  per 
cent  of 
invoice 
pfm. 


19.00 
29.76 
140.00 
43.88 
43.97 
42.  40 
30.22 


40. 40 
140.00 
46.90 
40.  74 
44. 08 
55.44 
47.44 
53.27 
5L43 
82. 10 
44. 61 
47.88 
45.00 
4a  57 
40.06 
43.97 
36.48 
43.35 
43. 21 
•  49.43 
48. 17 
44.45 
49.23 
54.41 
47.49 
36.94 
46.26 
46.25 
42. 76 
42.88 
28.60 
39.75 
5S.03 


44.44 
37.05 
43.20 
40.44 
43.20 
32. 31 
38.73 
42.  o3 
35.43 
39.55 
44.93 
35.35 
43.54 
42.58 
46.11 
47. 75 
140.00 
141.13 


Act  of 
1913,  per 
cent  of 
invoice 
prioe. 


12.50 
12.50 
12.  50 
12.50 
12.50 
15.00 
15.00 
15.00 
15.00 
15.00 

2a  00 

20.00 

22.50 
20.00 
22.50 
20.00 
2&00 
25.00 
22.50 
25.00 
25.00 
27.50 
25.00 
27.50 
27.50 
27.  SO 
27.50 
27.50 
27.50 
27.50 
25.00 
27.50 
30.00 
30.00 
30.00 
30.00 
27.50 
30.00 
,?0.00 
30.00 
80.00 


12.50 
15.00 
15.00 
15.00 
15.00 
15-00 
15. 00 
15.00 
15.00 
15.00 
15.00 
15.00 
20.00 
20.00 
20.00 
22.50 
27.50 
27.50 


Act  of 
1922,  per 
cent  of 
invoice 


18. 94 

24.60 

20.06 
1 17.50 

33.32 
1  21. 5625 

27.72 
S45.00 

30.00 
122.75 

40.26 
122.50 

37.92 
S45.OO 
245.00 
245.00 
S45.OO 
M5.00 
127.25 

40.00 

41.26 
245.00 

43.74 
140.00 
14a  00 

140.00 

140.00 
140.00 
1  38.00 

35.82 

38. 71 

44.43 
1  33.00 
245.00 

39.06 
1  33.00 
245.00 
133.00 
133.00 
245.00 
K40.00 


1  20.9375 

32.36 
126.5625 

30.96 
128.4375 

31.97 

32. 71 
1  29.0625 
130.00 

35.44 

29.36 
1  32. 1875 
131.8125 
129.3750 
134. 3750 

39. 692 
140.00 
140.00 


Invoioa 

price  of 
about 
May  1, 
1920, 
taken  as 
nuod- 
mum.ner 
pound. 

Ttfiffdiififli^n 

eepKfeeoflin. 

onmlnvQi 

ACl  Ox 

lyuy,  per 
pounu. 

Act  01 

1010  T^A.> 

ixfiOf  per 
pound. 

Act  of 

1922,  per 
pound. 

Act  of 
1909,  per 
cent  of 
invoice 
pitee. 

ACC  01 

1913,  per 

cent  of 
invoice 
price. 

ACC  01 

iiw2,  per 

cent  of 
invoice 
price. 

il  4V24 

150.3631 

50.1816 

12.50 

1 16.50 

1.2l9fiR 

1.4884 

.1744 

1  2449 

12.50 

1 17.50 

2  1118 

1 . 8447 

.2640 

1  QAQA 

1 40  on 

12.50 

1 17.50 

3. 62.TS 

1  1.2690 

.4532 

1  m  no 

12.50 

1 17.50 

1  lenft 

1.4084 

.1450 

1 

12.50 

1  20  9375 

1  72Qn 

1  .6052 

.2504 

1  Q79fi 

1  on 

I.*!  00 

1  21  ,5625 

1 1.3286 

.7971 

1  1 

^  J..  IMOw 

UU 

1  19  .50 

1  Mil 

1.5180 

.2220 

1  ^lOtt 
*.  oIUO 

03.  UU 

l.'t  00 

1 21  on 

1  1.  2160 

.  4560 

1  70^ 

*  *IU.  UU 

15  00 

1  26  2.5 

J..  OUxU 

1 . 7218 

.2707 

1  A\£\P\ 

*  Vj,  UU 

1.^  on 

1  22  7.5 

.4484 

1  KAStT 
*  .  a4o/ 

1  Aft  nn 
*  w.  UU 

20  00 

1  24  75 

1 . 95S5 

6300 

20  00 

1  22  50 

UU 

1 1.6503 

.9283 

1  1  *>7ftl 

*  »U. UU 

22 

1  30  937.5 

1.5107 

.3404 

1  'V\  no 

*  aU.  UU 

20  00 

1  23.75 

1  1.9412 

1.0919 

1  *>  CUT  A 

22.  .V) 

1  42. 1875 

9  11421 

1.8897 

.5084 

*  oO.  UU 

20.00 

124.25 

1 .9486 

.6510 

1  «A  49 

25.00 

128.25 

1.7905 

.5646 

1  OA 

25.00 

129.00 

2.7900 

1.9765 

.6278 

1.7603 

135.00 

22.50 

1  27. 26 

3.0400 

1 1.5255 

.9117 

1 1. 1579 

141.83 

25.00 

1  31  75 

3. 3182 

1  1.  3658 

8295 

1  1.  2962 

1  41.  16 

2.*^  00 

1  39  0625 

4.9943 

1 1.9977 

1  3734 

1  1.6482 

140.00 

27  H\ 

1 on 

WU.  UU 

1 1.2034 

1. 0029 

1  1  9IV14 

*  oU.  UU 

2.^  00 

1 3n  on 

1  2, 3814 

1  fi.^72 

1  9  QCIA 

1  An  00 

*  W.  UU 

97  VI 

1 4n  on 

^U.  UU 

1 1. 7554 

Aft  i  VM#7 

1..  Of  9*1 

1  9  mvii 
*  Z.UllOi 

1  nn 

^*  .  UU 

1 40  nn 

^U•  IRf 

1 1.8104 

1  4224 

1  0  Afton 

*■  J.  UDVU 

1  ^  nn 

■  OO.  UU 

97  ^ 

1 40  nn 

^U.  UU 

4  41M7 

1  1. 7699 

1  2168 

1  1  ''ROO 

1  io  no 

*  'tU.  UU 

^  J  .  UU 

I  40  00 

^U.  \AJ 

7  MM 

1  3. 1472 

2  1637 

1  9   IX TO 

1  j(\  nn 

*  "lU.  UU 

97 

^*  •  ou 

140  nn 

»U.  vA7 

A  aofio 

1  2.2148 

1  7402 

1  0  nfiQO 

'  £.  UOO£ 

1  Qi;  nn 
*  oO.  UU 

97 

a/  .  OU 

199  nn 

0.  UOoO 

1  1.2334 

8480 

*  1.  Ul 

1  in  nn 

^  1  •  UU 

1  X\  00 

«->»_> .  UU 

4  74ii2 

1 1.8981 

1. 1863 

1  1  AO'ili 
*  1.  4^^0 

1  Afi  IM 

2.5  00 

130  on 

«  fi«MUt 

11.4029 

1.0523 

1  9ft  <KI 
*  OO.  M 

27  .50 

1  S3  00 

7  nn9n 

1  2.45C7 

2. 1006 

1  nn 

30  no 

1  r's  00 

u.  vsfint 

1 1.9704 

1.6889 

1  9  Ofklfi 
*  A»  Alio 

1  no 

30  on 

\J\J .  UU 

1  40  00 

*u.  w 

1 1.3551 

1  0469 

1  1  IMA 

'  X. 1010 

IWt  Aft 

30  00 

X  on 

uO.  UU 

4  flTflA 

1  1.4246 

1.2211 

1  1  ^^9 

1  nil 

*  00.  UU 

30.00 

133.00 

w.  o^ixy 

11.3398 

1.0527 

1  1  iASlA. 

1  on 

27.50 

130.00 

7  ITIIfi 

12.5128 

2. 1539 

1  9  91109 

1  9K  on 

80.00 

133.00 

12.1056 

1.8048 

1  1  QCfiQ 
^  1 .  >JO<.)o 

1  QE  nn 

*  oO.  UU 

30.00 

133.00 

7.7598 

12.7135 

2.3258 

1  2-5.^84 

1  no 

30.00 

133.00 

10.M32 

14.8548 

3.0730 

14.0973 

142.61 

30.00 

140.00 

1.4735 

1.5157 

1.8085 

135.00 

12.50 

1  20. 9375 

1.9040 

1.761ft 

1.4046 

14a  00 

15.00 

121.25 

1.5156 

1.5305 

.^73 

1.4036 

185.00 

,  -15.00 

126.5623 

1.1538 

1 .4615 

.1731 

1  . 3058 

140.00 

15.00 

126.50 

2. 1053 

1  .7369 

.3158 

1 .5987 

135.00 

15.00 

128.4375 

1.7358 

1.6075 

.2804 

1.4990 

135.00 

15.00 

128.75 

1. 778S 

1  .7115 

.2668 

1 .4224 

140.00 

15.00 

1  23. 75  ' 

1.9696 

1.6894 

.2954 

1  .5724 

135.00 

15.00 

129.0625 

2.4150 

1.8458 

.3623 

1.7345 

185.00 

15.00 

130.00 

2.0584 

1  .8234 

.3088 

1.5210 

140.00 

15.00 

»  25.3125 

2.C056 

1.8322 

.3008 

1 .5390 

140.00 

15.00 

1  26. 8750 

3.9479 

11.0316 

.4422 

1.9487 

1^.00 

15.00 

1  32. 1875 

3.  ir>40 

1  1.2656 

.6328 

1 1.0065 

140.00 

20.00 

1  31.8125 

4.7392 

11.8957 

.9478 

11.3921 

140.00 

20.00 

129.3750  1 

4.4230 

11.7092 

a  ^846 

11.5304 

140.00 

20.00 

134.3750 

2.7429 

1 1. 1279 

.6172 

1  .9172 

141.12 

22.50 

1  33. 4375  1 

8.3566 

12.9248 

2.2861 

13.3426 

135.00 

27.50 

140.00  1 

5.6842 

12.8243 

1.5688 

13.3787 

140.89 

27.50 

140.00  I 

53858—23.   (Follows  p.  3.)  No.  3 


Table  hundred  typical  coUan  cloth$  mporud  into  Ae  UniUed  SMn  Contamed* 

[Contrast  of  tariff  duties.] 


No. 


60 
61 
62 
63 
64 
65 
66 
67 
68 
69 
70 
71 
72 
73 
74 
75 


76 
77 


78 

7U 


80 
81 


82 
83 
84 

85 
86 

87 
88 
89 
90 


Trade  name  itf  doth. 


Cr6T>e  

Bedford  cord  

Steep  tv.ill  

Faney  piqud  

Fancy  oxford  shirtblg  

Piqu^  vesting  

Bedford  cord  

Colored  Jacqiiard  sbirting.. 

Fancy  striped  voile  

Dobby  shirting  stripes  

Sateen  brocade  *  

Jacquard  shirting  

Sateen  brocade  

Fancy  piqu6  shirting  

Thread-stripe  organdy  

Transparent  organdy  check. 

Lmos, 


Color  classification. 


Bleached.,., 

Unblearhe^. 

Blea<^hed  

 do  , 

Yam-dyed . . 
Bleached . . . 

Printed  

Yam-dyed.. 
 do  


Rnsslaiircord  shirting. 
TinoyleDovoiie  


JWwwBf  fern  dallt. 


Rating  or  sponge  clotti. 
Faai!^  aefvetfy  TeUe... 


CUpspoia. 


Jacquard  clipped  fancy 
Clip  spot  lawn  


Swivels  and  lappeU, 


Fancy  swivel  voile  (1  color)  , 

Two-frame  lappet  , 

PItunetis  cr^pe  (lappet  and  swivd)... 

Dotted  Swiss  (red  dots  on  blue  cTound) 
Dotted  Swiss  (blue  dots  on  white 
ground). 

Plunaetis  crfipe  

Fancy  swivel  voile  (7  cdLors)  '.. 

Fancy  swivel  voile  (3  colors)  , 

Fancy  swivel  aad  laftpet  (1  cdor)  


Yam-dyei.  mercerized. 

Unbleached  , 

Bleached,  merc^ized.. 

Printed  , 

Bleached ,  meroo^xed . . 

Bleached  

 do  


Yarn-dyed. 
 do..... 


Piece-dyed. 
YaEiHlyed. 


Bleached. 
.....do... 


Yarn-dyed,  maroedced.. 

Printed  

Yam-dyed,  mercerized. 

' • - • -do 

 do  


Ama^,  90  eoimtable  cloths. 


Cottm  cMks  provided  far  eo  ntnnine. 


91  Tracing  cloth  

92  Near  glass  

93  Book  cloth  , 

94  Window  hoiland  

95  Auto-top  doth  (waterproof). 

96  Cotton  table  damadc.T...... 

97  Madras  muslin  

9S  Cotton  tapestry  

99  Corduroy".  

1^00  Velveteen  


Average.  10  cotton  cloths  pn^ 
vlded  for  eo  nomine  


Average,  100  cotton  doth^  In* 

elusive  


Bleached,  mercerized... 
Yarn-dyed,  mercerized , 

 do  

...•do..,  


Bleached,  coated. 

 do...  

Dved,  coated  

Dyed,  filled  

Yarri^jred  

Bleached  

 do  

Yam-dyed  

Piece-dyed  

 do  


Official 
aver- 
age 
yarn 
num- 
ber. 


16 
28 
30 
32 
40 
40 
47 
47 
£6 
56 
S8 
59 
04 
S2 
96 
113 


46 
88 


15 
85 


111 
110 


95 
49 
55 
57 
67 

68 
96 
99 
107 


70 
65 
32 
19 
10 
25 
41 
20 
15 
23 


Invoice 
price  of 
about 
Oct.  1, 
1913, 
taken  as 
normal, 

per 
potmd. 


Tari£[  duties,  using  normal  invoice  price  of  1913. 


$1.0320 
.4007 
.4365 
.3629 
.5850 
.4305 
.4251 
.9000 
.9202 
.8112 
.4914 
1.0495 
1.5546 
2.5549 
1. 1019 
Z6SS0 


1.5608 
1.90S0 


.9982 
4*2056 


1.9096 
1.3420 


2:5307 

1. 8400 

5.  4342 
2.2180 
2.0323 

2. 5129 
3. 6504 
3.  S220 
5.6406 


Act  of 
1909,  per 
pdimd. 


Act  of 
1913,  per 
poond. 


$0-3680 
.1553 
.1 


1.4058 


.9090 
1. 4039 
.  4851 
,2537 
.2684 
.8550 
2.0580 
.5700 
■  5352 
1.1357 


>7 
.2800 
.1784 
-.2800 
.4002 
.4179 
.4256 
.2960 
.4968 
.7011 
U.0542 
.5670 
1.3341 


X.6243 


1.2995 
U.4719 


1. 1849 
1.0000 


11.0586 
.9605 

12. 1307 
1.2609 
1.2144 

I  1. 0911 
1 1.  5175 
1 1. 6049 
^2.6928 


.6301 


$0.1290 
.0501 

.0655 
.0544 
.1170 
.0861 
.0850 
.1800 
.2070 
.1825 
.0983 
.2361 
.3888 
.7026 
.3031 
.8064 


.3122 
.5239 


.1918 
1.1565 


.5729 
.4026 


.6059 

.3680 
1.  2227 
.4991 
.5206 

.  6282 
1.  0039 
1.0513 
1.6923 


.3082 


.84741 


1.3499 


.4893 
.9678 
.2234 
.  1367 
.1587 
.3420 
1. 0290 
.2850 
:3318 
.5491 


.  4510 


.2727 
.3510 
.1213 
.0634 
.0671 
.2138 
.7203 
.1995 
.2141 
.4543 


Act  of 
1922,  per 
poiind. 


Act  of 
1909,  per 
cent  of 
invoice 
pdoe. 


.2585 


.6177 


.9075 


1  $0.2786 
.1531 

.1787 
.1621 
.2200 

.1937 
M913 
1.3932 
5.4141 
2.3650 
S.2211 

.3989 
2. 6998 
1.9709 
«.4959 
1.8870 


1.4585 
s.«&73 


1.1965 
*L8n5 


1.8211 
3.6039 


U.1388 
1. 7418 

1  2.  2926 
1. 9496 
S.9379 

1  1. 0052 

2  1.6427 
2  1. 7203 


.4893 
.9678 
.2234 
.1367 
.1330 
.2565 
.9261 
.2565 
.2676 
.5679 


.4172 


.mi 


35.66 
38.76 
37. 34 
53.93 
47.85 
41.44 
65.87 
44.47 
45.41 
52.47 
60.24 
47.34 
45.03 
141.26 
51.45 
49.63 


140.  CO 


130.00 
135.00 


62.05 
74.52 


141.83 

52.20 
1  39.  21 
156.85 

5&a2 

1  43.  42 
141.57 
Ml.  98 
M7.74 


5.3.83 
6a  94 
46.04 
53. 92 
59. 13 
^0.00 
50.00 
50.00 
62.00 
48.35 


53.22 


4&76 


Act  of 
1913,  per 
cent  of 
invoice 
pcioe. 


13.50 
13.50 

15.00 
15.00 
30.00 
20.00 
20.00 
30.00 
22.50 
22.50 
30.00 
22.50 
25.00 
27.50 
27. 50 
30.00 


20.00 
37.50 


12.50 
37.50 


30.00 
30.00 


27.50 
20.00 
22.50 
22.50 
2&00 


Act  of 
1922,  per 
cent  of 
invoice 
pdee. 


Invoice 
price  of 
about 
May  1, 
1920, 
taken  as 

maxi- 
mum, per 
pemid. 


137.00 
37. 95 

40.93 
44.68 
87.61 
45.00 
3  45.00 
I48.tt75 
2  45.00 
2  45.00 
«45.00 
38.006 
2  45.00 
1%1» 
'45.00 


139.875 
S4i.l» 


119.6675 


143.00 
>  45.00 


2  45.00 
1  40. 3125 
1  42. 1875 
1  42. 8125 
S4&00 


25. 00  1  40, 00 
27. 50  a  45.  00 
27.50  ,2  45.00 
aOLOO  iS45.00 


$1.1868 
1.3640 
1.7548 
8.8147 
1.4580 
4.8302 
2.5212 
3.5700 
5.?612 
4.8680 
1.2449 
3.  P061 
6. 292-1 
8.2559 
4. 8113 
7.1680 


4.2997 
5.4483 


3.0163 
13.8347 


7. 4345 
5.1400 


12.6454 

7.3803 
10.  5450 
9.  4265 
9.5912 

12.  .5643 
17. 3394 
16.5204 

ia5a84 


33.8007 


4.8312 


30.00 
25.00 
25.00 
25.00 
25,00 
25.00 
35.00 
35.00 
<0.00 

4a  00 


53.  83 
68;  94 
46.04 
53.90 
49.56 
30.00 
45.00 
45.00 
50.00 

5a  00 


4.0664 
6. 4092 
1. 8192 
1.  6125 
1.  5076 
5.  2125 
5.9682 
2. 2610 
2.2935 
5.0238 


30.50     49.2270  I  3.6174 


Tariff  duties,  using  maxixoum  invoice  price  of  1920. 


Act  of 
1909,  per 
poimd. 


1  $0.4154 
1.4774 
1.7019 
1 1.5259 
1.58^ 
1 1.9:^21 
11.0085 
11.4280 
1  1.S764 
12.0080 
1.4980 
1  1.6175 
12.5170 
13.3346 
11.6840 
12.5C88 


11.7199 
11.9009 


.9049 
14.8871 


13.2110 
12.1192 


14.5991 

1  2. 7954 
1  3.  9196 
1  3.  5906 
18.6878 

14. 6086 
1  6.  3081 
10.0481 
17.8607 


1. 80U1 


1. 1207 
1.96S3 
.4901 
.4084 
.4064 
2.0850 
U.  7206 
1. 1305 
1  1.0894 
12.3863 


1.2708 


33.781  38-984 


4.7096 


1.7450 


Act  of 
1913,  per 
poood. 


$0. 1484 
.1705 
.  26*^2 
.5722 
.2916 
.PG60 
.5042 
.7140 
1.2063 
1.0953 
.3490 
-8789 
1.5731 
3.2704 
1.3231 
2.1504 


.8599 
1.4881 


.3770 
3.667D 


2.2304 
1.5420 


3.4775 
1. 4761 
2. 3726 
2. 1232 
9.8878 

3. 1411 
4.7683 
4.5431 
5.5000 


1. 0590 


1.2199 
1. 6023 
.4548 
.4031 
.3769 
1. 3031 
2.0889 
.7914 
.9174 
2.0095 


Act  of 
1922,  per 
peiauL 


Act  of 
1909,  per 

cent  of 
liivoia» 


i$0.3204 
1.3683 
1.5352 
1.9918 
1.4010 
J  1.3535 
11.0006 
11.5596 
1  2.  27S.5 
12.0689 
1.4295 
1  \A7A{y 
s  2.8316 
18.1372 
12.0689 
12.3054 


11.3630 
*  8. 4517 


1.5938 
«  8.0008 


1  3. 1968 
12.2102 


35.6004 
1  2. 9752 
1  4. 4487 
14.0400 
s  4.8110 

15.0257 
«  7. 8027 
«  7, 4342 
*&840O 


1.4176 


1. 1207 
1.9683 
.4901 

.4084 
.5046 
1.5638 
2.6857 
1. 0175 
L1468 
2.5119 


135.00 
135.00 
140.00 
140.00 
14a  00 
140.00 
140.00 
140.00 
135.00 
141.25 
140.00. 
HI.  41 
140.00 
140.39 
135.00 
186.00 


140.00 
185.00 


180.80 
185.00 


1 43. 19 
141.23 


136.37 
137.89 
1  37. 17 
138.05 
188.45 

186.68 

1  36.  38 
136.61 
1^88 


37. 


1.1033  1.3167 


1.0729 


1.5684 


27.56 
30.  71 
26.94 
25.33 
26.^ 
40.00 
I28.lfe 
50.00 
147.50 
147.50 


Act  Of 

1913,  per 
cent  of 
invoice 


35.13 


37. 


Act  of 


Sam- 

1922,  per  §J 
cent  of 
invoice 


12.50 
12.50 
15.00 
15.00 
90.00 
20.00 
20.00 
30.80 
32.50 
22.50 
30.00 
22.50 
25.00 
37.50 
27.50 
30.00 


30.00 
37.50 


13.80 
37.50 


3a  00 

30.00 


27.50 
20.00 
22.50 
22.50 
2&00 

25.00 
27.50 
27.50 
88.88 


127.00 
127.00 
1  30.50 
1  26.00 
127.50 
'»  28.00 
139.6875 
143.6875 
142.50 
142.50 
134.50 
1  37.  75 
«  4.5.00 
188.00 
1  4^.00 

i3;i.oo 


130.375 

«4i.88 


119.6875 
t45.08 


143.00 
143.00 


M5.00 
1  40. 3125 
1  42. 1875 
142.8125 
S45.00 

14a  00 
»  45. 00 
^45.00 
S45.00 


2L92  2018431 


3a  00 

25.00 
25.00 
25.00 
25.00 
25.00 
35.00 
35.00 
40.00 

4a  00 


27.56 
30.71 
2a  94 
25.33 
33.47 
30.00 
45.00 
45.00 

5a  00 

50.00 


3a  50  38.4010 


33.78 


83.0833 


1  Shows  application  of  minimum  ad  valorem  rates  of  duty. 
*  Shows  appliestion  of  imnrimnm  ad  valoraii  rates  of  dnsy. 

Note.— The  doth  ntunbas  havti^r  additional  dnties  applied  over  the  basic  rates,  mider  the  act  of  1922,  are  as  foQovrs: 

(1)  Vat-dyed,  45,  54,  and  67. 

i!i  Si™iJ^^®  paragraph  906,  15,  GO,  61,  62,  66,  67,  68,  69.  70,  71.  72,  74,  77,  80.  81,  82,  83,  8L8&  8IL87,8&  8BI  aad80L 

\V  Cnmnlatlve  duty  of  5  per  cent  for  drop  boxes  under  paragraph  906,  44,  46, 47, 49,  50, 53,  56, 63, 65,  73,  and  79^    ^  ^  ^   '  ^  ' 


60 
81 

6? 
83 
84 

65 
66 
87 
68 
^ 
70 
71 
72 
73 
74 
75 


78 

7T 


78 
7» 


80 
81 


82 
83 
84 
85 


87 

88 


91 
92 
93 
94 
95 
98 
97 
98 
99 


88858-^.  (F^W8p.8,)  No.  4 


PHOTOGRAPHS  OF  100  SAMPLES  OF  IMPORTED  COTTON 

CLOTHS- 


Samplb  No.  1. — DoMBT  Coffin  Lmmo. 


Plain  woven.    Finished  width,  36  inches. 

44  ends  and  33  picks  per  square  inch,  finished. 

Warp  yarn,  36s.    Filling  yarn,  9s. 

Weight,  4.21  linear  yards  (4.21  square  yards)  per^pound,^fimdied- 
Bleached,  napped,  and  embossed. 


Sahple  No.  2.— Linen  Substitdtb. 


Plain  "vvoven.    Finished  width,  36  inches. 

52  ends  and  58  picks  per  square  inch,  finished. 

Warp  yarn,  29s.    Filling  yarn,  17s. 

Weight,  3.92  linear  yards  (3.92  square  yards)  per  pound,  finidied. 
Bleached,  starched,  and  beetled. 


6386&— 23  2 


5 


ONE  HUNDRED  IMPORTED  COTTON  CLrOTHS 


Sample  No.  3.— Moleskin. 

Filling  sateen  (6-hamess)-   Finiahed  width,  30  inches. 
67  ends  and  284  picks  per  square  inch,  finished. 
Warp  yarn,  29/2.    Filling  yarn,  ISs. 

Weight  ,  1.17  linear  yards  (0.98  square  yard)  per  poiiBd,  finished. 
Bleached  and  napped. 


Sample  No.  4. — GRfipE. 


Plain  woven.    Finished  width,  39^  inches. 

71  ends  and  35  picks  per  square  inch,  hnished. 

Warp  yarn,  40s.    Filling  yarn,  hard  twisted  13s. 

Weight,  3.51  linear  yards  (3.85  square  yards)  per  pound,  finished. 

Bleached. 


ONE  HUNDRED  IMPORTED  COTTON  CLOTHS 


Sample  No.  5.— Tension  Rep. 


Plain  woven  with  two  heams.   Finished  width,  36  inches. 
79  ends  and  34  picks  per  square  inch,  finished. 

Warp  yam,  26s.    Filling  yam,  158. 

Weight,  3.94  linear  yardS  (3.94  square  yards)  per  pound,  finished* 
Bleached  and  printed. 


SamNiB  No.  6.— Jajpakbsb  OnftPB. 


Plain  woven.    Finished  width,  30  inches. 

66  warp  ends  and  43  picks  per  square  inch,  finished. 

Warp  yarn,  32s.    Filling  yarn,  hard  twisted  19s. 

Weight,  5.32  linear  yards  (4.43  square  yards)  per  pound,  finished. 

Piece-dyed  orange* 


8 


ONE  HUND^aD  IMPORTED  COTTON  CLOTHS. 


SAMPiiB  No.  7- — ^Pekelope  Canvas. 


Plain  woven  with  square  open  meah.    Finisht^d  width,  22f  inches. 

27  ends  and  27  picks  per  square  inch,  finished. 
Warp  yarn,  27/2.    Fillino;  yarn,  27/2. 

Weight,  7.34  linear  yards  (4.64  square  yards)  per  pound,  finished. 
Bleached  aud  stifi'ened. 


SampiiE  No.  8. — ^Long  CtOTH. 

Plain  woven.    Finished  width,  36  inches. 

65  ends  and  61  picks  per  square  inch,  finished. 

A\'arp  yarn,  35s.    Filling  yarn,  43s. 

Weight,  5.99  linear  yards  (5.99  square  yards;  per  pound,  finislied. 
Bleached. 


ONE  HUNDRED  IMPORTED  COTTON  CLOTHS 


Sample  No.  9. — ^Printbd  Shirtino. 

Plain  woven.    Finished  width,  32  inches. 

93  ends  and  94  picks  per  square  inch,  finished. 

Warp  yarn,  37s.    Filling  yarn,  43s. 

Weight,  5  linear  yards  (4.44  square  yards)  per  pound,  finished. 
Bleached  and  printed. 


SahpxiB  No.  10.— OotmL  or  Corset  Cii6th. 

Herring  bone  twill.    Finished  width,  54  inches. 

140  ends  and  99  picks  per  square  inch,  finished. 

Warp  yarn,  62/2  bleached.    Filling  yarn,  24s  bleached. 

Weight,  1.59  linear  yards  (2.38  square  yards)  per  pound,  finished* 

Calendered. 


I 
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OKE  HUNDRED  IMPORTED  COTTON  CLOTHS. 


SiiMHiE  No.  11.-— CoiU>SI>  SfilBTINO. 

Plain  woven.    Finished  width,  31  inches. 

118  ends  and  96  picks  per  square  inch,  linished. 

Warp  yarn,  55s.    Warp  cord,  22/4.    Filling  yarn,  64s. 

Weight,  5.4G  linear  yards  (4,70  square  yards)  per  pound,  finished. 

Blessed. 


Sample  Xo.  12. — Single  Voh<b» 

Plain  woven.   Grey  width,  40  inches. 

60  ends  and  57  picks  per  square  inch,  in  the  grey. 

Warp  yarn,  53b,  hard  twisted.   Filliug  yam,  548,  hard  t\^asted. 

Weight,  9  linear  yaixls  (10  square  yards)  per  pound,  in  the  grey. 

IJnbleached. 


OUE 


HUNDBED  IMPORTED 


COTXOIf  GIRTHS 
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Saiiflb  No.  13. — SXiBEVB  Likino. 


Warp  sateen  (5-harness\    Finished  width,  39  inches. 
IGO  ends  and  84  picks  per  square  inch,  hnished. 
Warp  yarn,  57s.    Filling  yarn,  47s. 

Weight,  4.47  linear  yards  (4.84  square  yards)  per  pound,  finished. 
Piece-dyed,  mercerized,  and  jxiinted. 


Sajcfi^b  No.  14. — Embkoideby  Muslin. 

Plain  woven,  with  center  selvage  for  splitting.    Grey  width,  53  inches. 
83  ends  and  65  picks  per  square  inch,  in  the  grey. 
W'arp  yai*n,  54s.    Filling  yarn,  66s. 

Weight,  5.89  linear  yards  (8.67  square  yards)  per  pound,  in  grey. 
Unbleached. 


ONE  HUNDRED  IMPORTED  COTTON  CIX)THS. 


Saufle  No.  15. — ^Vkketian  Lining* 


Warp  sateen  (8-hamess).   Fiiuflhed  wddth,  32  inches. 
172  ends  and  74  picks  per  square  inch,  finished. 
Warp  yarn,  80/2.    Filling  yarn,  26s. 

Weight,  3.42  linear  yards  (3.04  square  yards)  per  pound,  finished. 
Piece-dyed,  mercerized,  and  schreinered.  Marquis  de  Luxe  finish. 


Sample  No,  16.— Grbt  Cahbbic. 


Plain  woven.    Grey  width,  52^  inches. 

93  ends  and  S3  picks  per  square  inch,  ia  the  grey. 

Warp  yarn,  54s.    Filling  yarn,  (Ms. 

Weight,  5.22  linear  yards  (7.G1  square  yardsj  per  pound,  in  the  grey. 
Unbleached. 


ONE  HUNDRED  IMPORTED  COTTON  CLOTHS, 


Sample  No.  17. — ^Matte  Shirting. 


Plain  basket  weave.  Finished  width,  36  inches. 
132  ends  and  60  picks  per  squaze  inch,  finished. 

Warp  yarn,  84/2.   Filling  yam,  41/2. 

Weight,  3.72  linear  j^rds  (3,72  sqiiaie  yards)  per  pomd,  finished. 
Bleached  and  mercerized. 


Samblb  No.  18. — Cambric. 


Plain  woven.   Finished  width,  36  inches. 

95  ends  and  68  picks  per  square  inch,  finished. 

Warp  yam,  668.   Filling  yam,  69s. 

Weight,  9.14  linear  yards  (9.14  square  yards)  per  pound,  finished* 
Bleached. 

53858--23  3 
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ONE  HUNDRED  IMPORTED  COTTON  CLOTHS. 


No.  19.— SBin-VOHiE. 

Plain  woven.   Grey  width,  42  inches. 

57  ends  and  60  picks  per  square  inch,  in  the  grey. 

Warp  yarn,  47s,  hard  twisted    Fillino;  yarn,  94/2,  hard  t\Wsted. 

\\  eight,  7.75  linear  yards  (9.04  square  yards)  per  pound,  in  the  erey. 

Unbleached.  ^ 


Sample  No.  20. — Saxeen. 

Warp  sateen  (5-harness).    Finished  width.  39  inches. 
172  ends  and  90  picks  per  square  inch,  finished. 
Warp  yam,  77s.   Pilling  yam,  898. 

Weight,  6.15  linear  yards  (6.66  square  yards)  per  pound,  finished. 
Bleached^  mercerized,  and  schr^ered. 


« 

ONE  HUNDRED  IMPORTED  COTTON  CIjOTHS 


Samplb  No.  21. — ^PomK* 


Plain  woven.    Finished  width,  54  inches. 

183  ends  and  58  picks  per  square  inch,  finished. 

Warp  yarn,  87/2.   Filling  yarn,  67/2. 

Weight,  2.48  linear  yards  (3.72  square  yards)  per  pound,  finished. 
Bleached,  piece-dyed,  and  mercmzed. 


SAHPUfi  No.  22.— Ttpswriter  Gambbic. 


Plain  woven.    Finished  v  idth,  37  inches. 

120  ends  and  131  picks  per  square  inch,  finished. 

Warp  yarn,  78s.    Filling  yarn,  103s. 

Weight,  7.41  linear  yards  (7.61  square  yardsj  per  pound,  finished. 
Bleached. 


V 

I 
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ONE  HUNDRED  IMPORTED  COTTON  CLOTHS. 


SaufiiB  No.  23*— Pi,y  Voilb. 

Plain  woven.    Grey  width,  42.^  inches. 

59  ends  and  57  picks  per  square  inch,  in  the  grev. 

Warp  yarn,  93/2,  hard  twisted.    Filling  varn,  104/2,  hard  twisted. 

Wdght,  7.32  linear  yards  (8.64  square  yards)  per  pound,  in  the  grey. 

Unbleached. 


Sample  No.  24.— Lawk, 

Plain  woven.    Finished  width,  38  inches. 

107  ends  and  93  picks  per  square  inch,  finished. 

Warp  yarn,  82s.    Filling  yarn,  100s. 

Weight,  9.76  linear  yards  (10.30  square  ynx6e)  per  pound,  finished. 
Piece-dyed  pink. 


ONE  HUNDRED  IMPORTED  COTTON  CLOTHS 
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Sample  No.  25. — Sehi-voile. 

Plain  woven.  Finiahed  width,  38  inches. 

65  ends  and  57  picto  per  skquare  inch,  finished. 

Warp  yarn,  80s,  hard  twisted.  Pilling  yam,  106/2,  haid  twisted. 

Weight,  11.22  linear  yards  (11.84  square  yards)  per  pound,  finiahed. 

Bleached,  and  printed  (browns  lavender,  and  Uue). 


Sample  No.  26.— Plt  Voile. 

Plain  woven.   Finished  width,  39  indies. 

68  ends  and  58  picks  per  square  inch,  finished. 

Warp  yarn,  102/2,  hard  twisted.  Filling  yarn,  94/2,  hard  twisted. 

Weight  7.97  linear  yards  (8.64  square  j^rds)  per  pound,  finished. 

lileached,  and  printed  (pink,  green,  lig^t  greoi,  y^w,  hladc,  and  lavender). 
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ONE  HUJfDEED  IMPORTED  COTIOJf  CLOTHS. 


Samtob  No-  27. — Dimity. 

Plain  woven.   Finished  width,  28  indies. 
91  ends  and  75  picks  per  square  inch,  finished. 

Warp  yam,  SSs  (warp  cordB  are  formed  by  3  ends  of  regular  warp).  Filling  yam 

Weight,  17.15  linear  yards  (13.33  square  yards)  per  pound,  finished. 
Bleached,  and  printed  with  violet  dots. 


Samflb  No.  28.— Transparent  Oroaxbt. 


Plain  woven.    Finished  width,  44^  inches. 
87  ends  and  73  picks  per  square  inch,  finiahed. 
Warp  yarn,  8Bs.    Fillino:  yarn,  125s. 

Weight,  11 .24  linear  yards  (13.91  square  yards)  per  pound,  finished. 
Piece-dyed  pink.   Permanent  organdy  finish. 


ONE  HUNDBUD  IMPOKTED  COTTON  CLOTHS.  19 


SAMBm  No*  29.— PtY  VoiLB. 


Plain  woven.    Finished  width.  4oh  inches. 
60  ends  and  52  picks  per  square  inch,  finished. 
Warp  yam,  107/2   Filling  yarn,  95/2. 

Weight,  7.91  linear  yards  (10  square  yards)  per  pound,  finished. 
Bleached.  P^tnanent  organdy  finish. 


Sample  No.  30.— Sheer  Nainsook. 


Plain  woven.   Finished  width,  36  inches. 

110  ends  imd  100  picks  per  square  inch,  finished. 

Warp  yarn,  1283.   Filling  yam,  102b. 

Weight,  10.67  linear  yatde  (10.67  square  yards)  per  pound.  Finished. 
Bleached. 


I' 


OWE  HUNDRED  IMPORTED  COTTON  CLOTHS. 


Sample  No.  31. — Typewkiter  Cahbbic. 


Plain  woven.  Grey  width,  39  inches. 

142  ends  and  156  picks  per  square  inch,  in  the  grey. 

Warp  yam,  90s.   Filling  yam,  140b. 

Weight,  7.03  linear  yawte  (7.61  square  yards)  per  pound,  in  the  grey. 
Unbleached. 


Sample  No.  32. — Cotton  Mull. 


Plain  woven.   Finished  width,  44  inches. 

94  ends  and  92  picks  per  square  inch,  finished. 

Warp  yam,  87s.    Filling  yam,  117s. 

Weight,  10.07  linear  yards  (12.31  square  yards)  papound,  finished. 
Bleached  and  merc^ized. 


ONE  HUKSSED  IMPORTED  COTTON  CIjOTKS, 
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Samplb  No.  33.— FRSK<m  Lawn. 

Plain  woven.    Finished  width,  47  inches. 

78  ends  and  76  picks  per  square  inch,  linished. 

Warp  yarn,  99s.    Filling  yam,  107s. 

Weight,  11.67  linear  yards  (15.24  square  yards)  per  pound,  finished. 
Bleached. 


Saufl£  No.  34.— Plt  Yoilk. 

Plain  woven.    Finished  width,  38  inches. 

69  ends  and  56  picks  per  square  inch,  finished. 

Warp  yam,  110/2,  hard  twisted.    Filling  yarn,  110/2,  hard  t\\-isted. 

Weight,  8.81  linear  yards  (9.30  square  yards)  per  pound,  finished. 

Bleached,  and  printed  with  a  wavy  blue  design. 


53858—23 
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OIS'E  HU2sDEED  IMPOBTED  COTTON  CLOTHS, 


1 


Sample  No.  35. — ^Batiste. 

Flam  woven.   Finished  width,  46  inches. 

97  ends  and  94  picks  per  square  inch,  finij^ed. 

Warp  yam,  88s.    Filling  yarn,  1248. 

AVeight,  9.64  linear  yards  (12.32  square  yaids)  per  pound,  finished^ 
Bleached  and  mercerized. 


Sample  No.  36. — Transpabent  Oboanbt. 

Plain  woven.    Finished  width,  52  inches, 

91  ends  and  85  picks  per  square  inch,  finished. 

Warp  yarn,  88s.    Filling  yarn,  128s. 

Weight,  9.23  linear  yards  (13.33  square  yardsj  per  pound,  finished. 
Bleached.   Permanent  organdy  finish. 


olJE  hu:ndked  impokted  cotton  cloths. 
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Sample  No.  37.— Muslin. 

Plain  woven.    Grey  width,  40  inches. 

]  00  ends  and  85  picks  per  square  inch,  in  the  grey. 

Warp  yam,  988.   FiUing  yam,  1328. 

Weight,  12  linear  yards  (13.33  square  yards)  per  pound,  in  the  grey. 
Unbleached.  7  »  ^ 


Sample  No.  38. — Ply  Voilk. 

Plain  woven.   Finished  width,  43  inches. 

65  ^ds  and  60  picks  per  square  inch,  finished. 

Warp  yarn  138/2,  hard  twisted.   Filling  yam,  114/2,  hard  twisted, 

^ei^rht,  9.24  linear  yards  (1L04  square  ysods)  per  pound,  finished. 

Bleached. 
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ONE  HUNDKED  lAIPOKTED  COTTOl!f  CLOTHS. 


Sample  i\o,  39. — TKAxtiPARENT  Organdy. 

Plain  woven.   Finished  width,  45  inches. 
90  ends  and  87  picks  per  square  inch,  finished. 
Warp  yarn,  108s.   Filling  yarn,  146b, 

Weight,  12.80  linear  yards  (16  square  yards)  per  x>ound,  finished. 
Bleached.   Permanent  organdy  finish. 


Sample  No-  40. — ¥hY  Voile. 

Plain  woven.   Finished  width,  54J  inches. 

68  ends  and  61  picks  per  square  inch,  finished. 

Warp  yam,  158/2,  hard  twisted.    Filling  yarn,  143  '2,  hard  twisted. 

Weight,  8.81  linear  yards  (13.33  square  yazds)  per  pound,  finished. 

Blesudxed. 


ONE  HUNDRED  IMPORTED  CGI  ION  CIX)THS. 
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Sample  No.  41. — Chiffon  Mull. 

Plain  woven.   Finished  width,  45  inches. 

96  ends  and  96  picks  per  square  inch,  finished. 

Warp  yam,  230s.   Filling  yarn,  230b. 

Weight,  21.34  linear  yards  (26.67  square  yaitte)  per 

Piece-dyed  ecru.  Meroerized. 


nut  I  III 


1,  fimahed. 


Sakvub  No.  42.~Japanb8B  OafiFB. 

Plain  woven.    Finished  width,  30  inches. 

76  ends  and  52  picks  per  square  inch,  finished. 

Warp  yarn,  30s,  dyed.    Filling  yarn,  18s,  hard  twisted,  bleached. 

Weight,  4.21  linear  yards  (3.52  square  yards)  per  pound,  finished. 

Lavender  warp  and  white  filling, 

53858—23  5 
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ONE  HUNDEED  IMPOBTED  COTTON  CLOTHS. 


Sample  No«  43.— Stbiped  Fijlnnslbt* 


Twill  woven  (4-harness).    Finished  width,  31  inclmu 

84  ends  and  70  picks  per  square  inch,  finished. 

Warp  yarn,  18s,  dyed.    Filling  yarn,  28s,  soft  twisted,  bleached. 

Weight,  3.44  linear  yards  (2.96  square  yards)  per  pound,  finished. 

Light  blue  warp  with  lavender  stnpes  and  white  filling.    Napped  on  hoQx  aides. 


Sample  No.  44, — Tartan  Plaid. 


Twill  woven  (4-hame8B)  on  box  loom.   Finished  width,  36  inches. 
65  ends  and  51  jncks  per  square  inch,  finished. 

Warp  yam,  21s,  dyed,  2l8,  bleached.   Filling  yam,  26s,  dyed,  26s,  bleached. 
Wei^t,  4,21  linew  yards  (4.21  square  yards)  per  pound,  finished. 
Green,  yellow,  black,  white,  and  red  warp;  lavender,  yellow,  black,  white,  green^ 
and  red  filling. 


ONE  HUITDEED  IMPOBTED  COTTON  CDOTHS, 


Samfls  No.  45.— Stmpbd  Ticking. 


Plain  woven.    Finished  width,  32  inches. 

97  ends  and  70  picks  per  square  inch,  finished. 

Warp  yam,  248,  vat  dyed,  24s  bleached.    Filling  yam,  33s,  bleached. 
Weight,  3.71  linear  yards  (3.30  square  yards)  per  pound,  finished. 
Blue  and  white  warp;  white  filling. 


Sample  No.  46.— Tabtan  Plaid. 

Twill  woven  (4-hames8)  on  box  loom.    Finished  width,  36  inches. 

56  ends  and  62  picks  per  square  inch,  finished. 

Warp  yam,  32s,  dyed.   Filling  yam,  26s,  dyed. 

Weight,  5.33  linear  yards  (5.33  square  yards)  per  pound,  finished* 

Bed,  black,  blue,  and  green  in  both  warp  and  filling. 


ONE  HUNDBED  IMPORTED  COTTON  CLOTHS. 


Sample  No.  47.— Gingham  Check. 

Plain  woven  on  box  loom.   Finished  width,  31  inches. 
72  ends  and  61  picks  per  square  inch,  finished. 

Warp  yarn,  288,  dyed,  288,  bleached.   Filling  yarn,  348,  dyed,  34s,  bleached. 
Weight,  5.71  hnear  yards  (4.92  square  yards)  per  pound,  fiiiished. 
Black  and  white  in  botii  warp  mid  fillu^. 


Sample  No.  48.— Nankik  Ticking. 


Plain  woven.    Finished  width,  35}  inches. 

85  ends  and  76  picks  per  square  inch,  finished. 

Warp  yarn,  28s,  bleached.    Filling  yam,  35s,  dyed. 

Weight,  4.13  linear  yards  (4.04  square  yaords)  per  pound,  finished. 

White  warp  and  red  filling. 


ONE  HUNDBED  IMFOETED  COTTON  CUOTHS. 
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Sample  No.  49.— Shephbkd  Check. 

Twill  Avovon  (4-harness)  on  l)ox  loom.    Finished  width,  31  inches, 

70  ends  and  67  picks  per  square  inch,  finished.  ,         ,  i     u  j 

Warp  yarn,  29s,  dyed,  298,  bleached.   Filling  yarn,  33s,  dyed,  338,  bleached. 

Weight,  5.81  linear  yvuds  (5  square  yards)  per  pound,  finished. 

Bla&  and  white  in  both  warp  and  filling. 


Saicplb  No.  50.— Plaid  Gingham. 

Plain  woven  on  box  loom.    Finished  width,  31^  inches. 

68  ends  and  57  picks  per  square  inch,  tmishecl.  ,     .  ui«-«i.-^ 

Warp  yarn,  31s,  dved,  :Us,  l)leache(l.    Filhn^  yarn,  4l8,  dved,  41s,  bleached. 
Weight,  6.90  linear  yards  (0.04  square  yards)  per  pound,  finished. 
White,  black,  blue,  and  brown  in  both  warp  and  filling. 
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ONE  HUNDRED  IMPORTED  COTTON  CLOTHS 


SampiiE  No.  51. — Cobdbd  SHmirma,  Stripbo. 

Plain  woven.    Finished  width,  32  inches. 
88  ends  and  82  picks  per  square  inch,  finished. 
AQ^^  bleached,  33s,  dyed,  and  14/2  warp  coid,  bleached-  Filling  yarn^ 

Weight,  5.07  linear  yards  (4.51  square  yvds)  per  pound,  linished. 
mack  and  white  warp;  white  filling. 


SAMPI4E  No.  52.— SxaiPJED  Shibting. 


Plain  woven.    Finished  width,  31  inches. 

89  ends  and  78  picks  per  square  inch,  finished . 

Warp  yam,  37s,  bleached,  378,  dyed.   Filling  vara,  528,  bleached. 

Weight,  6.19  linear  yards  (5-33  square  yards)  per  i)ound,  finished. 

White  warp  with  black  stripea;  white  filling. 


ONE  HUNDRED  IMPORTED  COTTOX  CLXJTHS. 


31 


Sample  No.  53.— Gingham  Oheck. 


Plain  woven  on  box  loom.   Finished  width,  32  inches, 

81  ends  and  66  picks  per  square  inch,  finished. 

Warp  yarn,  39s,  dyed,  398,  bleached.    Filling  yarn,  43s,  dyed,  433, 

Weight,  6.92  linear  yards  (  6.15  square  yards  t  i)er  pound,  finished. 

Brown,  white,  green,  and  black  in  both  warp  and  filling- 


SAMFtR  No.  54.— SOUD-COLOR  GiNOHAM. 

Plain  woven.    Finished  width.  2S  inches. 

87  ends  and  70  picks  per  square  inch,  finished . 

Warp  varn,  37s,  vat  dyed.    Filling  yarn,  55s,  vat  dyed, 

Weiirht,  7.91  linear  yards  i6.15  square  vardsj  per  pound,  iinished. 

Light  blue  in  both  warp  and  filling.   White  warp  selvage. 


t 

'  32  ONE  HUl^DIlED  IMPORTED  COTXOlf  CLOTHS. 


Sample^No.  55. — Striped  Shirting, 


Plain  woven.   Finished  width,  32  inches. 

92  ends  and  86  picks  per  square  inch,  finished. 

Warp  yarn,  43s,  dyed,  43s,  bleached.   PilUng  yam,  588,  bleached. 

Weight,  6,7S  linear  yards  (6.03  square  yasrds)  per  pound,  fini^ed. 

White  and  blue  waip;  white  fiUing. 


m-  m  m  mm-m.mm>m-m  m  mmm^ 
m.m  m  mmm^-m  mm  m  m  mmm  -^ 
m  mm  m<m'-^m  m^mmm  m  mmm  ^ 

m~m-m  mm^mmmmm  m  mm-m  i 
m-mm.  mm^mm^t^mm-m  mrnm-i 
m  mm  m^mmm^mmm  m  mm^m-i 


Samfls  No.  56-— Fine  FhASB  Gxkoham  . 

Plain  woven  on  box  loom.    Finished  width,  32  inches. 
94  ends  and  92  picks  per  square  inch,  finished. 

Warp  yam,  43s,  dyed,  43s,  bleached.    Filling  yarn,  oSs,  dyed,  5.Ss,  bleached. 
Weight,  6.42  linear  yards  (5.71  square  yards)  per  pound,  finished. 
Blue,  white,  bkck,  and  yellow  in  both  warp  and  filling. 


r 

ONE  HUNDRED  IMPORTED  COTTON  CliOTHS 
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Sample  No.  57.— Sisipbd  Fofion. 


Plain  woven.   Finished  width,  54  inches. 

168  ends  and  38  picks  per  square  inch,  finished. 

Warp  yarn,  90  '2,  dyed.    FilUng  yarn,  33/3,  dyed. 

Weight,  2.05  linear  yards  (3.07  square  yards)  per  pound,  finished. 

Tan  warp  with  blue  stripes;  tan  filling.  Mercerized. 


Saigplb  No.  58.— Wabp-Pbiktbd  C&fipB  Voixs. 


Plain  woven.    Finished  width,  36  inches. 

61  ends  and  55  picks  per  square  inch,  finished. 

Warp  yam,  107/2,  hard  twisted,  printed.    Filling  yarn,  hard  twisted,  86y2,  dyed. 

Weight,  8.89  linear  yards  (8.89  square  yards)  per  pound,  finished. 

Bleached  warp  printed  in  red,  green,  blue,  brown,  yellow,  and  black;  blue  filling. 
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OITE  HUNDRED  IMPOKTED  COTTON  CLOTHS 


Sampi^  No.  59.— Pine  SHmTwo  Popmn,  Striped. 

Plain  ^vo^-en.    Finished  width,  31  inches. 
147  ends  and  76  picks  per  square  inch,  finished 

SJT«^^?^^^  "^''^"^i  ^^^(^'  bleached.    Filling  yarn,  109/2,  bleached. 
Weight,  0.86  hnear  yards  (o.Oo  square  yards)  per  pound,  finished. 
ISIack,  grey,  and  white  warp;  white  filling.  Mercerized. 


Sakflb  No.  60*— Ob&pb, 


Dobby  woven  (12-harness)  on  box  loom.    Finished  width,  38*  inches. 
67  ends  and  47  picks  per  square  inch,  finished. 
WaiT)  yarn  22s,  hard  twisted.    Filling  yarn,  21s,  hard  t\visted. 
Bl3wd         ^  ^      ^^'^^  square  yards)  per  pound,  finished. 


ONE  HUNDEED  IMPORTED  COTIO:X  CLX)THS. 


SahpIiB  No.  61. — ^Bbdvord  Gobd. 


Dobby  woven  (12-harne8s).   Grejr  width,  37 J  inchee. 
103  ends  and  80  picks  per  square  inch,  in  the  grey. 
Warp  yarn,  27s.    Filling  yarn,  38s. 

Weight,  3.41  linear  yards  (3.55  square  yards)  per  pound,  in  the  grey 
Unbleached. 


Sahpuc  No.  62.— SrrBBP  Twnx. 


Dobby  woven  (11-harnessV    Finished  width.  39  inches. 
148  ends  and  64  picks  per  square  inch,  finished. 
Warp  yarn,  33s.    Filling  yarn,  31s. 

Weight,  3.01  linear  yards  (3.26  square  yards)  per  pound,  finished. 
Bleached. 
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ONE  HUIffDEED  IMPORTED  COTTON  CLOTHS 


Sample  No.  63.— Fancy  Piairi. 

Dobby  woven  on  box  loom.    Finished  width,  28  inches- 

155  ends  and  223  picks  per  square  inch,  finished. 

Warp  yam,  77s  face,  82/2  back-   Filling  yarn,  90s  face,  lis  back. 

Weight,  2.24  linear  yards  (1.74  square  yards)  per  pound,  finished, 

Bleached. 
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Sample  No.  64.— Fancy  Oxronn  Sbibtekg. 

Dobby  woven  ('6-harness).    Finished  wddth,  32  inches. 
144  ends  and  90  picks  per  square  inch,  finished. 
Warp  yam,  41s,  bleached,  80/2,  dyed.   Filling  yarn,  4l8,  bleached. 
Weight,  4.5  linear  yards  (4  square  yards)  per  pound,  finished- 
White  wp,  with  turkey  red  pin  stripes;  white  fillu^. 


ONE  HUNDRED  IMPORTED  COTTON  CLOTHS 


Sample  No.  65.— Piqu^  Vesting. 

Dobby  woven  on  box  loom.  Finished  width,  28  indies. 

186  ends  and  230  picks  per  square  inch,  finished. 

Warp  yam,  67s  face,  68/2  back.   Filling  yam,  78s  face,  178  back. 

Weight,  2.87  linear  yards  (2.23  square  yards)  per  pound  finished. 

Bleached. 


SAicnB  No.  66.— Bedford  Gord. 

Dobby  woven  (S-harness).  Finished  width,  44  inches. 
144  ends  and  104  picks  per  square  inch,  finished. 
Warp  yam,  57s;  warp  stuffing,  45/2-   Filling  yam,  43s. 
Weight,  3.27  linear  yards  (4  square  yards)  per  poimd,  finished* 
Ble^^hedy  with  brown  printed  stripes. 
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OITE  HUNDRED  IMPORTED  COTTON  CLOTHS 


Sample  No.  67. — Colored  Jacquari)  Shirting. 

Jacquard  woven.   Finyied  width,  32  inches. 

90  ends  and  75  picks  per  square  indi,  finished. 

Warp  yam,  44b,  vat  dyed.   Filling  yam,  55b,  bleached. 

Weight,  7.5  linearyards  (6.67  square  yards)  per  pound,  fixdelied. 

I4kv^ider  warp  and  white  filling. 


Sample  No.  68.— Fancy  Striped  Voile. 

Dobby  woven  (14-haniess)-   Finished  width,  39  inches. 
80  ends  and  56  picks  per  square  inch,  finished. 

Warp  yam,  102/2  bleached;  40/2  and  29/4  bleached  and  mercerized:  55/2  dyed. 

Filhne  yam,  54s  bleached. 
Weight,  5.51  linear  yard?  (5.07  square  yards)  per  pound,  finished. 
WTiite  warp  with  la^  ender  stripes  and  mercerized  white  stripes;  white  filling. 


o:k£  hui^dbed  imported 


COTTON  CLOTHS 
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Sample  No.  69. — Dobby  Shirting  Stripes. 


Dobby  woven  (lO-hamess).  Finidied  width,  32  inches. 
lOi  ends  and  88  picks  per  square  inch,  finished. 

Warp  yam,  62s,  bleadied;  86/2,  dyed;  72/2,  bleached,  mercaized.  Filling  yam, 

56s  bleached. 

Weight,  6.84  linear  yards  ("6.08  square  yards)  per  pound,  finished. 
lAvender,  white,  and  white  mercerized  warp;  white  filling. 


Samob  No.  70. — Satbev  Bbocabe. 


Jacquard  woven.    Grey  \vidth,  39  inches. 

87  ends  and  140  picks  per  square  inch,  in  the  grey. 

Warp  yarn,  54s.    Fillinj?  yarn,  68s. 

Weight,  5. 46  linear  yards  {oM  square  yards)  per  pound,  in  the  grey. 
Unbleached. 
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ONE  HUNDBBD  IMPORTED  COTTON  CLOTHS 


SahkiB  No.  71.— jACQtrAfiD  SwamKa. 


Jacquard  woven.    Finished  width,  32  inches. 

124  ends  and  118  picks  per  square  inch,  finish<3d. 

Waxp  yarn,  63s,  with  55/2  in  warp  cords.    Filling  yarn,  66s. 

Weight,  6.21  linear  yards  (5.52  square  yards)  per  pound,  finished. 

Bleadied  and  marcerized. 


Sample  No.  72.— Sateen  Brocade. 


Jacquard  voven,  with  small  filling  sateen  figures  on  a  warp  sateen  ground.  Finished 
^dth,  30  indies. 
168  ends  and  99  picks  per  square  inch,  finished. 
Warp  yam,  74s.   Filling  yam,  58s. 

Weight,  6.73  linear  yards  (5.61  square  yards)  per  pound,  finished. 
Bleached,  mercerized,  and  printed  in  two  colors,  oiown  and  purple. 


ONE  HUNDBED  IMPOBTED  COTTON  CI/)THS 
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Sahvlk  No.  73. — Fancy  Piqu^^Shibtino. 


Dobby  woven  (7-harness)  on  box  loom.    Finished  width,  36  inches, 
221  ends  and  248  picks  per  square  inch,  finished. 

Warp  yarn,  150/2  and  70s  face,  62/2  and  54/2  back.  Filling  yam,  1528  face,  688 
back. 

Weight,  3.23  linear  yards  (3.23  square  yards)  x>^r  x>ound,  finiebed. 
Bleached,  mercerized. 


Sample  No.  74. — Thread-Stripe  Organdy. 


Dobby  woven  (O-hattess).   Fimshed  width,  44  inches. 

90  ends  and  68  picks  per  square  indi,  finished. 

Warp  yam,  109s  and  39/2.   Filling  yam,  147s. 

Weight,  10.91  linear  yards  (13.33  square  yards)  per  pound,  finished. 

Bleached,  organdy  finish. 
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ONE  HUNDRED  IMPORTED  COTTON  CLOTHS. 


Sample  No.  75.— Tbakspabbnt  OuQAsmr  Cbsgk. 

Wo\  eu  on  plain  or  on  dobby  loom  (4-harne8s)  without  boxes.  Finished  width,  37* 
inches. 

97  ends  and  91  picks  per  square  inch,  finished. 
Warp  yarn,  1048  and  104/3,  warp  cords.   Polling  vam,  140s- 
Wdght,  12.80  linear  yards  (13.33  square  yards)  per  pound,  finicbed. 
Bleached,  organdy  mush. 


Sample  No.  76. — Russian-Cord  Shikting. 

Plain  woven  ground  with  leno  covered  cords.  Finished  width,  32  indies. 
101  ends  and  85  picks  per  square  inch,  finished. 

Warp  yam,  44s  dyed,  44s  bleached;  cord  base,  40/2  dyed  and  86/2 dyed;  leno  whip 

thread,  76/2  dyed.    Fillin":  yam,  61s  bleached. 

Weij^ht,  5.89  linear  yards  f5.24  square  >'ards)  per  pound,  finished* 
White,  tan,  brown,  and  blue  waip;  while  filliiig. 


OKE  HUOT)BED  IMPORTED  COTTON  CLOTHS. 
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SampIiE  No*  77. — ^Fancy  Leno  Voile. 

Dobby  and  leno  woven.    Finished  width,  42  inches. 
64  ends  and  52  picks  per  square  inch,  finished. 

Warp  yam,  111/2,  bleached,  111/2,  dyed.   Filling  yam,  102/2  bleached. 
Weight,  7.62  linear  yards  (8.89  square  yards)  per  pound,  finished. 
White  warp  with  blue  stripes;  white  fiiliog. 


Sample  No.  78  — Ratin^  or  Sponge  Cloth. 

Plain  woven.  Finished  width,  39  inchee. 
18  ends  and  18  picks  per  square  inch,  finished. 

Novelty  yam  oompoeed  of  ^/2, 14»,  and  28b  twisted  togeth^,  m  both  waip  and 
filling. 

W^ht,  2.17  linear  yaids  (2.35  square  yards)  per  pouiMl,  finished. 
Hece-dyed  rose. 
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ONE  HUHDBED  IMPOBTBD  COTTON  CLOTHS 


SAXFI.E  No.  79— Fancy  Noveity  Voile, 


Plain  woven  on  box  loom.   Finished  width,  42  inches. 

bb  ends  and  62  picks  per  square  inch,  finished. 

i^ioV^r:  ^-^f'^.'  t%Wsted,  dyed:  30/4,  novelty  yam,  bleached.  FUHne  vain 
134/2,  hard  twisted,  dyed;  30/4  noveltv  yarn,  bleached.  '^"^yam, 

W^nt,  6.47  linear  yards  (  7.55  square  yards)  per  pound,  finished, 
tied  voUe  yam,  and  white  novelty  yarn,  in  both  warp  and  filling. 


Sample  No.  80.— Jacquakd  Cuffed  Fancy. 

Jacquard  woven.   Finished  width,  46  inches. 
80  enda  and  140  picks  per  square  inch,  finished. 

Warp  yarn  1048.   Filling  yam,  1158,  with  308  (estimated)  in  clipped  fieures 
Weight,  9^27  linear  yards  (11.85  square  yards)  pe^  pound,  finished?^ 
Chpped,  bleached,  and  starched.  j 


ONE  HUNDRED  IMPORTED  COTION  CL.OTHS 
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SAMnuB  No.  81.— OuFPBD  Spot  Lawn. 


Dobby  woven  dO-harness)  on  box  loom.   Finished  width,  45^ inches. 
82  ends  and  7^  picks  i)er  square  inch,  finished. 
Warp  yarn,  98s.    Filling  yarn,  138s  and  20s  (estimated). 
Weight,  12.66  linear  yards  (16  square  yards)  per  pound,  linished. 
Clipped,  bleached,  and  starched. 


Sample  No.  82. — Fancy  Swivel  Voile. 


Plain  woven  ground  with  dobby  stripes  and  swivel  %ures. 

Finished  widHi,  38  inches. 

61  ends  and  62  picks  per  square  inch,  finished. 

Warp  yam,  74/2,  bleached,  42/3,  dyed.  Pilling  ground  yam,  128/2  bleached. 

Swivel  yarn,  r;0/3  (estimated),  mercerized  and  dyed. 

Weight,"  8.19  linear  yards  (8.65  sauare  yards)  per  jiound,  finished. 

Blue  and  white  warp.   White  filling  with  blue  swivel  figure.  Clipped. 
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ONE  HUJSTDBED  IMPORTED  COTTON  CLOTHS 


Sample  No.  83. — ^Two^frame  Lappkt. 


Hain  woven  ^rroimd  Mith  lappet  fi-urinc:.   Finished  width,  38  iaches. 
OT  ends  and  43  picks  per  square  inch,  finished. 

Ware  groimd  yarn,  58s,  30/5  cord,  30/3  la])pet.    Fillinir  varn,  71s  bleached- 
Weight,  10.11  hnear^  yards  (10.67  square  yards;  per  pound,  linished. 
isieacaed.  Irmted  m  olive  and  blue. 


Sahpus  No.  84.— Plumetis  Cr^pk. 


Plain  woven  ground  with  lappet  and  swivel  figures.   Finished  width,  39  inches. 
58  ends  and  o2  picks  per  square  inch,  finished. 

Warp  pound  yam  103  2.  hard  twisted,  bleached.    Lappet  varn,  40/2  (estimated). 

fn/o°'^'''^'^''^^f  "'^^^^^  y^^^'  ^9s  hard  twiited,  bleached:  swivd 

yarn,  40/2  (estimated),  mercerized  and  dyed.  '  wavw 

Weight,  7.03  linear  yards  (7.61  square  vards)  per  pound,  finished.  * 

Bleached  ground  with  white  lappet  and  brown  swivel  threads.  Clipped. 
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ONE  HUNDBED  IMPORTED  COTTON  CLdOIHS. 
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Sample  No.  85. — Dotted  Swiss. 

Plain  woven  ground  with  swivel  dots.    Finished  width,  31J  inches* 
79  ends  and  59  picks  per  square  inch,  finished. 

Warp  yam,  648,  dyed.   Filling  ground  yarn,  55s,  dyed.   Swivel  yam,  408  (esti- 
mated), mercerized  and  dyed. 
Weight,  11.09  linear  yard^  (9.70  square  yards)  per  pound,  finidied. 
Blue  wazp.  Blue  filUng  with  red  swivel  dots.  Clipped- 


Sample  No.  86. — Dotted  Swiss. 


Plain  woven  ground  with  swivel  dots.   Finished  width,  31|  inches. 
82  ends  and  &i  picks  per  square  inch,  finished. 

Warp  yam,  638,  bleached.   Filling  ground  yam,  90s,  bleached.  Swivel  yam,7to 

(estimated),  mercerized  and  dyed. 
Weight,  12.62  linear  yards  (11.04  square  yards)  per  i^ound.  finished. 
Bleached  warp.  Bleached  filling  with  blue  swivel  dots.  Clipped. 
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HUiJDRED  IMPOfilBD  COTTON  CLOTHS 


i 
I 


Sample  No.  87.— Plumbtis  CslMpk. 


Plain  woven  ground  with  swivel  figure.  Finished  ^vidth,  39  inches. 
59  ends  and  54  picks  per  square  inch,  finished. 


Sampu:  No.  88.— Fancy  Swivel  Voilb. 


Sl'^7''''!r  l-.^""?'^  '^•^'^     -^i^  '•^'"'■s-  iioiahed  width,  41  inches. 

Trends  and  67  picks  per  square  inch,  finished.  *  ^iJiw. 

Waip  yams,  132/2,  dyed,  132/2,  bleached.  Filling  ground  yarn.  136/2  bleached 
Swivel  yam,  30/2  (estimated),  Mercerized  and  dyed?  ^     '      '  *>ieache<l. 

Weight,  7.02  linear  yards  (8.02  square  yards)  per  pound,  finished. 

blS'swl  tSJ^""c%^:*^ 
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Samflb  No*  89.— Fancy  Swivbi*  Voiu. 


Fancy  ^i^round  with  s\sdvel  fitriires.    Finished  width,  41  inches. 
70  ends  and  60  picks  per  square  inch,  finished. 

Warp  yam,  138/2  bleached,  138/2  dyed.    Filling  yarn,  120/2  bleadied.  Swivel 
yam,  40/3  (estiinated)  mercerized ,  and  dyed. 
Weight,  7.80  Usear  yards  (8.88  square  yards)  per  pound,  finished. 
Bed  and  white  warp,  white  filling  wiHi  salmon  and  gre^  swivel  threads.  Clipped. 


Samfus  No.  90 — Fancy  SwivEt  and  LA»Br. 


Fancy  i^round  with  sAvivel  fip:nres.    Finished  width,  39  inches. 

93  ends  and  75  jticks  per  sciuare  inch,  finished. 

Warp  yarn,  101s.  bhniched,  mercerized.  Lappet  yarn.  40  3  i estimated),  mercerized 
and  dyed.  Filling  yarn,  134s,  bleached.  Swivel  yarn,  40/3  (estiniatedj,  bleached 
and  mercerized. 

Weight,  13.43  linear  yards  (14.55  square  yards)  per  pound,  finished. 

White  warp  and  yellow  lappet  yam;  white  filling  and  white  swivel  yam.  Clipped, 
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ONE  JHUIfDRED  IMPORTED  COTTON  CaU)IH.S 


Sample  No.  91 .— Thacing  Cloth. 

Plain  woven.   Finished  width,  37  inches. 
87  ends  and  86  picks  per  square  inch,  finished. 
Warp  yam,  65s.   Filling  yam,  83b. 

Weight,  5.98  linear  yards  (6.15  square  yards)  per  pound,  finished. 
Bleached,  coated,  and  gUued. 


Sample  No.  92. — Near  Glass. 

Plain  woven.   Finished  width,  54  inches. 
19  ends  and  18  picks  i)er  square  inch,  finished. 

Warp  yarn,  72s.    Filling  yam,  609. 

Weight,  15.26  linear  yards  (22.89  square  yuxda)  per  pound,  finished. 
Bleached  and  coated. 


ONE  HXJNDBED  IMPORTED  COTTOir  OU)THS. 
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Sample  No.  93. — ^Book  Cloth. 


Plain  woven.   Finished  width,  40  inches. 
66  ends  and  56  picks  per  square  inch,  finished. 
Warp  yarn,  34s.   Filling  yam,  35s. 

We%ht,  3.79  linear  yards  (4.21  square  yards)  p«  pound,  finished. 
Hece-dyed,  coated,  and  embossed. 


Sample  94.— Window  Hollakb. 

Plain  woven.   Finished  width,  48  inches. 
67  ends  and  55  picks  per  square  inch,  finished. 
Warp  yarn,  22s.    Filling  yarn,  24s. 

Weight,  2.15  linear  yards  (2.87  square  yards)  per  pound,  liuished. 
Piece-dyed,  fiUed,  beetled,  and  glazed. 
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ONE  HUNDRED  IMPORTED  COTTON  CLOTHS 


Sample  No,  95.— Auto  Top  Cloth  (Watbbproof). 

Plain  woven.   Finished  width,  69  inches. 

o4  ends  and  32  picks  per  square  inch,  finished 

\\arp  yarn,  12/3,  grandrelle.    Pilling  yarn,  12/2  dyed 

Weight,  0^63  linear  yard  (1,05  square  yards)  per  pound,  finished. 

Grey  tint  drab  warp,  gray  tmt  filling.   WaterproSf,  by  ^on  of  close  weave. 


Sample  No.  96,— Cotton  Table  Damask, 


w/dSl?inS^^  fiUtog-sateen  figures  on  warp-sateen  ground.  Finished 

73  ends  and  80  picks  per  square  inch,  finished. 

W  arp  yarn,  25s.    Filling  yarn,  26s. 

Weight,  3.75  linear  yards  (3.75  square  yards)  per  pound,  finished. 
Bleached,  starched,  and  calendered.  '  ^    ^       »  *±m^u^m. 


ONE  HUNDKED  IMPORTED  COTTON  CLOTHS, 


Samplb  No.  97.— Madras  Muslin. 

Leno  (jronnd  with  Jacquard  woven  figures.   Finished  width,  40  inches. 

42  ends  and  41  picks  ])er  square  inch,  finished. 
Warp  yarn,  68s.    Filling  yarn,  58s,  vriih  10s  in  clipped  figures. 
Weight,  10.29  linear  yards  (11.43  square  yards;  per  pound,  finished. 
Clipped  and  bleached. 


Sample  No.  98,— Cotton  TAPESTny. 

Jacquard  woven  double  cloth.    Finished  width,  50  inches. 

139  ends  and  72  picks  per  square  inch,  finished. 

Warp  yam,  41/2  dyed.   Filling  yarn,  SOs,  dyed,  5s,  dyed. 

Weight,  0.95  linear  yard  (1.32  square  yards)'per  pound,  finished. 

Green,  olive  green,  blue,  brown,  red,  md  salmon  warp.  Black  and  grey  filling. 
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ONE  HUNDRED  IMPORTED  COTTON  CLOTHS. 


SaMFLB  No.  99. — COBDtTROY. 

Filling-pile  weave,  plain  back.    Finished  width,  28i  laches. 
42  ends  and  232  picks  per  square  inch,  finished. 
Warp  yarn,  16/2.    Filling  yarn,  23s,  pile  yarn.  23s  (estimated). 
Weight,  1.39  linear  yards  (1.10  square  yards)  per  pound,  finished. 
Cut  and  piece-dyed  silver  grey. 


SamfiiE  No.  100.— VbIiVetbik. 

Filling-pile  weave,  twilled  back.   Finished  width,  27  inchee. 

84  ends  and  156  picks  per  square  inch,  finished. 
Warp  yarn,  378.    Filling  yarn,  50s;  pile  yarn,  50s  (estimated). 
Weight,  2.95  linear  yards  (2.21  square  yards)  per  pound,  finished. 
Cut  and  piece-dyed  black. 
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